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(54) Process for producing ethylene-vinyi alcohol copolymer resin, process lor producing pellets 
and resin pellets 

(57) A process for producing an ethylene-vinyl alco- 
hol copolymer resin, including feeding EVOH into an 
extruder, keeping the temperature of the melting resin in 
the extruder at 70 to 170°C, adjusting the amount of 
water in the extruder so that the water content right after 
being discharged from the extruder is 5 to 40 weight %, 
and extruding out the EVOH resin. The extruded EVOH 
resin is cut into EVOH pellets. Thereby, it is possible to 
obtain resin pellets in which no spherocrystals are 
observed in the center of the cross section of the resin 
when the cross section is observed by the use of a 
polarization microscope, or no lubricant is contained in 
the resin pellets, and the angle of repose is 23 ° or less 
when the resin pellets are laminated. Thus, it is possible 
to provide an ethylene-vinyl alcohol copolymer (EVOH) 
resin pellet having a reduced discharging load to the 
environment and capable of being fed into an extruder 
smoothly without being blocked, extruding stability, and 
thermal stability (long-run property). 
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[0001] The present invention relates to a process for producing an ethylene-vinyl alcohol copolymer (hereinafter, 
also referred to as " EVOH") with good thermal stabilrty and a low production cost, a process for producing res.n pellets, 

properties ag^ns oTand organic solvents, aroma retention property, transparency, and the like. For toed pac.ag.ng 
varLs kinds of molding processes are employed. Examples of such molrf-ng processes ,nc ludes an e^ms.on mokl ng 
process for films, a blow molding process for bottles, a vacuum molding process for vanous k.nds of packages, and the 
like Such molding processes start by feeding resin pellets into a hopper, etc. of an extruder. 
0003] Howeve?, there is a problem that conventional EVOH resin pellets tend to be blocked in the hopper when the 
resins are fed into the extruder, and thus the resins are not fed into the extruder smoothly. 

55 Furthermore, since the meKing temperature should be 200 -C or more at the time of the mole ng process, 
unless the polymer is provided with an improved thermal property, the polymer is detenorated at the time of melt mold- 
ing As « I resuMish eye or hard spots are formed, thus deteriorating the qualfty of the products. Therefore, t .s neces- 
sarv to Drovide the polymer with an improved thermal stability. 

[OMS rSSIrtoJn o^derto provide EVOH wrth such a property, a method of addin ^ mi ^^ 

acid material and/or a metal salt, etc. is well known. For improving the long-run property and the appearance detenc 

""dbytheg^ 

tains 0 0005-0 05 weight % (based on metal) of a metal salt belonging to group 1 1 of the penod.c table. 0 002-0.2 weight 
S o^acwTavtg a P Ka of 3.5 or more and a boiling point of 1 80°C or more, and 0.01 -0.2 weight % of acid hav in g a P Ka 
of 3 5 or more and a boiling point of 1 20°C or less and which exhibits a certain flowability. 

WW ™ e following are examples of a well-known method for obtaining EVOH pellets to which the m.nor compo- 
nent is added as mentioned above. 

(1) A method of spraying an aqueous solution of the minor component to EVOH pellets, blending thereof with a 
Henschel mixer, and then drying thereof (JP 55-1 21 08A). _ f ,., ;t u 

(2) A method of mixing a minor component in the form of a powder to EVOH pellets, and dry-b.end.ng thereof w.th 

, ^Ame^ 

from EVOH pellets, followed by drying (JP64-66262A). 

(4) A method of adjusting the water content of EVOH pellets to 20 to 80 weight %, and br.ng.ng the EVOH peltete 
Into conL wrth an aqueous solution of at least one compound selected from the group cons.st.ng of a boron com- 
pound, acetate and a phosphoric acid compound (WO/99/0521 3 A). 

5 [0007] However, in the method explained in the above (1) or (2), the minor components cannot be contained in 
fvoh oellets sufficiently homogeneously, and it is difficult to control the added amount of the m.nor component. Thus, 
Sou tt obS Suets with a stable quality. Furthermore, the method explained in the above (3) or (4) is advan- 
tegeou in t^itTs easy to control the amount of the minor component contained in the EVOH pellets by adjustmg the 

0 coning 

the motor torque and torque variation of the extruder are increased. Therefore, m general, rt ,s necessary to^ «dd a 'ubn 
cant to EVOH resin composition at the time of extrusion. However, the EVOH res.n compos*.on ,s •»£ P££* for 
the applications of food packaging, etc.. and therefore, the use of such lubricants is not necessarily preferable from the 
sanitarv viewooint Thus, it has been demanded that the lubricants be reduced or avoided. 

v ST tTeVOH penets treated by the method (3) or (4) are generally obtained as follows. A methanol solution of 
saponified EVOH is allowed to precipftate in the form of a strand in a coagulation bath of a ^^^^ 
tZ The obtained strand is cut into pellets. However, in the case of EVOH of an ethylene content o less tha ,20 _mo % 
anovor EVOH having a saponrfication degree of less than 95 mo.%. strands are not prec.pitated eas y in £ 
bath, and furthermore, cutting errors or contamination of fine powders ^occur, thus making t d* ^ 

so pellets stably. Occasionally, strands may not be precipitated, and paste-like EVOH .s precprtated as a crumb-hke prod 
uc coagulated in an indeterminate shape. However, it is rf.ff.cuft to mix the minor component ^ogeoeo^ ^.nto the 
cmmble precipitates processed by the methods (3) or (4). Thus, it is not possible to ob^ 

roooT] On the other hand, even if EVOH of an ethylene content of 20 mo.% or more and/or the ^onf.cat.on 
degree of 95mo.% ormoreis used, when the strands are precipitated at high speed in order to. mpmvet^ 
55 strands are not precipitated stably. Thus, it is difficult to produce pellets stab^r. Consequently, .t was not possible to 
obtain products of a stable quality by the method (3) or (4). 

[0010] Furthermore, from the viewpoint of the production process, in the conven .onal method m whKh the i EVOH 
pellets are immersed in a treating solution containing an acid material and/or a metal salt, a treatmg bath or a treating 
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tower for the immersion treatment is required. The treating solution used in such a treating bath or treating tower is 
required to be thrown away after use or recycled in order to add an appropriate amount of acid materials and/or metal 
salts again, after the treatment of EVOH, because the acid materials and/or metal salts are consumed after the treat- 
ment. 

5 [001 1] It is not preferable to throw away the treating solution in view of the influence on environment Therefore, in 
general, the treating solution is disposed of by way of a wastewater treating plant. Furthermore, when the treating solu- 
tion is collected and reused, in order to obtain products having a stable quality, apparatus for adding acid materials 
and/or metal salts again and apparatus for removing impurities such as oligomer, etc. in the treating solution are 
required. 

10 [001 2] As mentioned above, the conventional methods suffer from a problem that large-scale treatment apparatus 
and a long treatment time are required, and that the production cost is high. 

[0013] Furthermore, an example of a wet extrusion includes a melt extrusion molding performed at certain energy 
(JP1 1 -58500A), and melt extrusion molding by controlling the temperature of cylinder to a certain temperature (JP 1 1 - 
58501 A). 

15 [0014] However, the above-mentioned conventional methods require complex operations. Therefore, the methods 
are not preferable as a treating process for producing pellets of EVOH resin. 

[0015] Furthermore, when pellets of EVOH resin are fed to an extruder, melted and then subjected to a molding 
process, if residue of a saponification catalyst contained in the resin at the time of production remains in the polymer, 
the thermal stability may be deteriorated. 
20 [0016] Hitherto, in order to remove the residue of the saponification catalyst from the polymer, resin pellets are 
placed in a washing container and brought into contact in the solid state with a washing water (water) so as to diffuse 
and extract residue from the inside of the resin pellets to the outside (JP55-19242A). 

[0017] However, the above-mentioned conventional method requires a long time and a large washing apparatus 
and space. 

25 [001 8] Furthermore, in the above-mentioned conventional method, a large amount of water is attached to the resin. 
Therefore, in order to eliminate the water, a hot-air drying using a dryer is required. In this case, there is a problem that 
pellets occasionally are melted and attached to each other depending upon the drying temperatures. 
[001 9] Furthermore, the conventional EVOH resin pellets are generally produced by a strand cutting method. That 
is, a strand (continuous stick-like product) is obtained by extruding a solution of resin from a metal mold into a poor sol- 

X vent so as to precipitate, or a strand is obtained by extruding resins which are heated and metted and by cooling and 
solidifying thereof. Then, the obtained strand is cut into pellets having the constant size by using a strand cutter (JP 3- 
61507A). However, since the strand cutting method requires a process for continuously precipitating or cooling and 
solidifying the extruded resin, it is difficult to cut a large amount of resin with high accuracy in a short time. Therefore, 
there is a problem that strands cut off easily. In particular, EVOH of a low ethylene content or EVOH of a low saponifi- 

35 cation degree suffers from the above-mentioned problem significantly, because the precipitating rate for allowing the 
strand to be precipitated from the solution is slow. 

[0020] Furthermore, when feeding water-containing EVOH resin pellets into the extruder, if a large amount of water 
Is attached to the surface of the resin pellets, some problems arise. For example, pellets form bridges in the hopper; 
pellets are blocked in a feeder; water vapor is generated in the extruder, so that pellets of EVOH resin are melted and 

40 attached to each other; and the like. Specific problems include, bridges are formed in the hopper in the feeder, and thus 
raw materials are not fed to the extruder sufficiently. Another problem is that surface water separated in the feeder is fed 
to the extruder to generate water vapor at the lower part of the hopper, so that the raw material pellets are melted and 
attached to each other. As a result, the raw material resins are not fed to the extruder sufficiently. In particular, in this 
case of the water-containing EVOH, melting point of EVOH is lowered, the pellets are likely to be metted and attached 

« to each other at the lower part of the hopper. Furthermore, insufficient feeding of the raw materials may change the 
feeding amount into the extruder. Thus, there arise some problems, for example, the adding amount of acid • metal salt 
becomes unstable, deteriorating the thermal stability. Therefore, the improvement in methods for effectively feeding 
water-containing EVOH resin pellets into an extruder has been demanded. 

[0021] It is a first object of the present invention to provide a process for producing EVOH, which reduces a dis- 
50 charge load to the environment can be fed into an extruder smoothly without being blocked, and is excellent in extrud- 
ing stability and thermal stability (long-run property), a process for producing resin pellets therefrom, and resin pellets 
produced by the above-mentioned process. 

[0022] The second object of the present invention is to provide a process for producing EVOH resin and a process 
for producing pellets thereof, wherein residue of the saponification catalyst contained at the time of production of the 
55 EVOH resin can be removed effectively, and the resin can be washed in a small space. 

[0023] The third object of the present invention is to provide a method for removing water from a water-containing 
EVOH resin by using an extruder, and a process for producing EVOH resin, in which additives can be added into EVOH 
resin effectively. 
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[0024] The fourth object of the present invention is to provide a method for cutting a water-containing and molten 
state EVOH resin right after being discharged from the extruder, thereby effectively cutting a large amount of polymers 
in a short time with high accuracy. 

[0025] In order to attain the above-mentioned objects, according to a first production process of the present inven- 
5 tion, a process includes feeding EVOH into an extruder, keeping the temperature of the melting resin in the extruder at 
70-1 70°C, and adjusting an amount of water so that the water content of EVOH right after being discharged is 5-40 
weight %. 

[0026] According to a second production process of the present invention, at least one additive selected from car- 
boxylic acid, a boron compound, a phosphoric acid compound, an alkali metal salt, and an alkali earth metal salt is 
w added into the extruder. It Is preferable that the additives are added to EVOH In a water-containing state and molten 
state. 

[0027] According to a third production process of the present invention, the water supplied to the extruder is a 
washing water for washing the EVOH resin, the resin is washed by the washing water, the washing water is discharged 
in a liquid state from at least one place downstream from a washing water supply portion, and residue of the saponifi- 
i • cation catalyst contained at the time of production of the resin is removed. 

[0028] According to a fourth production process of the present invention, a method for removing water removes 
wctcr in the form of liquid water or vapor water from a water-containing EVOH resin from at least one portion of the 
t-KTuder. 

[0029] According to a fifth production process of the present invention, the EVOH resin is cut into pellets after being 
tii? charged from the extruder and dried until the water content becomes 1 weight% or less. 

[0030] According to a first EVOH resin pellet of the present invention, no spherocrystals are observed in the center 
of me cross section of the resin pellet when the cross section is observed by a polarization microscope (with a magni- 
fication of 600). 

[0031] According to a second EVOH resin pellet of the present invention, an angle of repose is 23° or less when the 
resin pellets are piled. 

FIG. 1 is a schematic view to illustrate an outline of a process using an extruder used in Examples 1 to 4 according 
to the present invention. 

FIG . 2 is a cross-sectional view showing a method for measuring an angle of repose of the resin pellet obtained in 
30 Examples 1 to 4 according to the present invention. 

FIG. 3 is a schematic view to illustrate a washing method of Examples 5 to 10 in one embodiment according to the 
present invention. 

FIG. 4 is a schematic view to illustrate an outline of a process of adding a minor component after washing of Exam- 
ples 5 to 10 in one embodiment according to the present invention. 
35 FIG. 5 is a schematic view to illustrate a method of removing water in the form of liquid water or water vapor of 
Examples 1 1 to 1 8 in one embodiment according to the present invention. 

FIG. 6 is a schematic view to illustrate an outline of a process of adding a minor component after removing water 
In the form of liquid water or water vapor of Examples 1 1 to 18 in one embodiment according to the present inven- 
tion. 

40 FIG . 7 is a schematic view to illustrate an outline of a process using an extruder used in Examples 1 9 to 21 accord- 
ing to the present invention. 

FIG. 8 is a schematic cross-sectional view showing how to cut resin by a hot-cut method in Examples 19 to 21 
according to the present invention. 
FIG. 9 is a front view showing a die of FIG. 8. 
45 FIG. 10 is a schematic view to illustrate an outline of a process using an extruder used in Examples 22 to 23 
according to the present invention. 

FIG. 1 1 is a cross-sectional partially cut-away view showing a hopper • feeder used in Examples 22 and 23 accord- 
ing to the present invention. 

so [0032] According to the present invention mentioned above, by performing a wet extrusion using an extruder, it is 
possible to provide pellets of EVOH resin, which reduces a discharge" load to the environment, can be fed into an 
extruder smoothly without being blocked, are in excellent in extruding stability and thermal stability (long-run property). 
Furthermore, it is possible to provide EVOH resin pellets in which the polymer is prevented from being deteriorated. 
[0033] According to the first production process of the present invention, it is preferable that an ethylene content of 

55 EVOH is 3-70 mol%. Furthermore, it is preferable that the saponification degree of EVOH is 80- 100 mol%. Further- 
more, it is preferable that the water content of EVOH to be fed to the extruder is 0.5-70 weight%. Furthermore, it is pref- 
erable that water is supplied/removed to /from the extruder so that the water content of the resin right after being 
discharged from the extruder is preferably 5-40 weight%, and more preferably 15-30 weight%. Furthermore, the tem- 
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Denature of resin in the extruder is preferably 70-170°C. and more preferably 90-1 40°C. 

lSf« C ' d ' * ifi referable in the second production process of the present invention that additive is added into the 

-mmmmwm 

in the form of liquid water or vapor water ^io a apd then ^ res|n 

1 "S^SIS in .he first to fifth production processes of the present Invention that the method tor feeding 

S N P xt FIGs 3 and 4 are schematic views to illustrate a washing method in the second embodiment accord.ng 

mmmwmm 

r~r=EE=™£=rr.-=-- 



EP1 072 616 A2 



a minor component adding portion 126, the resin is kneaded at an inverted flight screw 1 29b, passes through a full-flight 
screw 128d and then is discharged from a discharge portion (not shown). Reference numeral 127 denotes a tempera- 
ture sensor for detecting and controlling the temperature of EVOH. 

[0043] FIGs. 5 and 6 are schematic views to illustrate a degassing • dewatering method of the third embodiment 
5 according to the present invention. A water-containing EVOH is fed from a raw material, feeding portion 201 of a barrel 
211 of a twin screw extruder 21 0. EVOH, which is in a water-containing and a molten or semi-molten state, is fed for- 
ward by a full-flight screw 204a of a screw 212, and kneaded by an inverted flight screw 205. At a dewatering portion 
202 including a dewatering slit and a dewatering hole, excess water is removed in the form of liquid water or water 
vapor, and thus the water content is adjusted. Thereafter, EVOH is fed forward by a full-flight screw 204b, and further 
jo fed to a discharge portion (not shown). Reference numeral 203 denotes a temperature sensor for detecting and control- 
ling the temperature of EVOH. 

[0044] FIG. 6 is a schematic view to illustrate an outline of a process of adding an additive after excess water is 
removed in the form of liquid water or water vapor in one embodiment according to the present invention. A water-con- 
taining EVOH is fed from a raw material feeding portion 223 of a barrel 221 of a twin screw extruder 220. EVOH, which 

15 is in a water-containing and a molten or semi-molten state, is fed forward by a full-flight screw 227a of a screw 222, and 
kneaded at an inverted flight screw 228a. At a dewatering portion 224 including a dewatering slit and a dewatering hole, 
excess water is removed in the form of liquid water or water vapor, and thus the water content is adjusted. Then, EVOH 
is fed forward by a full-flight screw 228b, and further fed to a discharge portion (not shown). Reference numeral 226 
denotes a temperature sensor for detecting and controlling the temperature of EVOH. 

20 [0045] FIGs. 7 to 9 are schematic views to illustrate an outline of a process in a fourth embodiment according to the 
present invention. In FIG. 7, a water-containing EVOH is fed from a raw material feeding portion 311 of a twin screw 
extruder 31 0. EVOH, which is in a water-containing and a molten or semi-molten state, is fed forward, and kneaded at 
an inverted flight screw 312. The amount of water in EVOH is adjusted at a dewatering slit 313. Then, EVOH is fed for- 
ward to a discharge portion 321 . The discharge portion 321 is equipped with a cutter 320 (which is illustrated in detail 

25 in FIGs. 8 and 9). A circulating water of the cutter is supplied from a cooling water supply portion 322, and the cooling 
water and the pellet are discharged from the pellet discharge portion 323. 

[0046] FIG. 8 is a schematic cross-sectional view showing a cutting process by a hot cut method. Water-containing 
EVOH discharged from a discharge portion 331 of a twin-screw extruder is cut by the rotation of a rotation blade 333 
right after the EVOH is extruded from a die 322. Reference numeral 334 denotes a rotation axis directly connected to a 
30 rotation blade 333. Cooling water 337 is supplied from a cooling water supply port 336 to a cutter box 335 to form a 
water membrane 338 therein. The water membrane 338 cools down the pellet right after cutting. The cooling water and 
the pellet 340 are discharged from a pellet discharge portion 339. FIG. 9 is a front view of a die 332. The water-contain- 
ing EVOH is discharged from holes 341 . 

[0047] The cutting method in water (for example, an under-water cutting apparatus) is similartothe hot-cut method. 

35 The difference between them is that in the in-water cutting apparatus, cooling water substantially fills the cutter box 341 . 
[0048] FIGs. 10 and 1 1 are schematic views to illustrate an outline of a process of the fifth embodiment according 
to the present invention. In FIG. 10, a water-containing EVOH is fed from a raw material feeding portion 401 of a twin 
screw extruder 420. EVOH, which Is In a water-containing and a molten or semi-molten state, is fed forward by a full- 
flight screw 402, and kneaded at an inverted flight screw 403. At a vent cylinder portion 407, excess water is removed 

40 from EVOH, and thus the water content is adjusted. Thereafter, EVOH is fed forward by a full-flight screw 404. and a 
predetermined amount of additives is added into the extruder from a minor component adding portion 408. Then, EVOH 
is kneaded at an inverted flight screw 405, passes through a full-flight screw 406, is discharged from a discharge portion 
411, and is pelletized downstream from the discharge portion 41 1 . Reference numeral 409 denotes a temperature sen- 
sor for detecting and controlling temperature of EVOH and 410 denotes a cylinder barrel. 

45 [0049] FIG. 1 1 is a cross-sectional partially cut-away view showing a hopper* feeder used in the process in one 
embodiment according to the present invention. The hopper • feeder 430 includes a hopper 431 containing resin pellets 
with a lid 432, a level switch 433 detecting the amount of resin pellets, a stirrer 434 preventing resin pellets from being 
bridged, a motor 436 for rotating a screw 437, a duct 438 for feeding resin into the extruder, and a base 435. 
[0050] It is preferable that EVOH used in the present invention is one obtained by saponifying ethylene-vinyl ester 

so copolymer. The content of ethylene is generally 3-70 mol%. From the viewpoint of providing molded articles having high 
gas-barrier property and excellent melt moldability, the content of ethylene is preferably 10-60 mol%, more preferably 
20-55 mol%, and most preferably 25-55 mol%. Furthermore, the saponification degree of the vinyl ester component is 
80 to 100 mol%. From the viewpoint of providing EVOH having a high gas barrier property, the saponification degree is 
preferably 95 mol% or more, and more preferably 99 mol% or more. 

55 [0051] On the other hand, EVOH having an ethylene content of 3-20 mol% is used suitably for EVOH provided with 
water solubility. Such an aqueous solution of EVOH has an excellent gas barrier property, a film formation property, and 
is used for an excellent coating material. 

[0052] EVOH having a saponification degree of 80-95 mol% is used suitably for improving the melting moldability. 
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It may be possible to use such EVOH singly. It also is suitable to use such EVOH by blending with EVOH of saponifica- 
tion degree of 99 mol% or more. 

[0053] However, from the viewpoint of the production process, it is difficult to precipitate the above-mentioned 
EVOH of ethylene content of 3-20 mol% and EVOH of the saponification of 80-95 mol% by extruding a methanol solu- 
5 tion of EVOH into a coagulation bath in the form of a strand by a conventional process. Thus, it was difficult to produce 
pellets stably, and it was also difficult to allow acid materials and metal salts to be contained in the pellets. It was also 
difficult to extract residue of saponification catalyst from the pellets by diffusion. The present invention makes it possible 
to produce pellets stably, and to add an acid material and metal salt into the pellets. For this reason, the present inven- 
tion has a great significance. 

io [0054] With an ethylene content of EVOH less than 3 mol%, the resulting EVOH is poor in melt moldability, and may 
be deteriorated in water resistance, thermal resistance, and gas barrier property under high humidity. On the other 
hand, with an ethylene content of EVOH more than 70 mol%, the resulting EVOH does not provide a satisfactory gas 
barrier property, printability, or the like. Furthermore, with the saponification degree less than 80 mol%, the resultant 
EVOH does not provide satisfactory gas barrier property, coloring resistance, and humidity resistance. 

is [0055] The following is an explanation of a process for producing EVOH. Polymerization of ethylene and vinyl ester 
is not limited to solution polymerization. For example, any of solution polymerization, suspension polymerization, emul- 
sion polymerization, and bulk polymerization may be used. In addition, continuous polymerization and batch-type 
polymerization may be employed. Hereinafter, as an example, conditions for batch-type solution polymerization are 
explained. 

20 

Solvent: Alcohol is preferable. However, other organic solvents capable of solving ethylene, vinyl ester and ethyU 
ene-vinyl ester copolymer (dimethylsulfoxide, etc.) can be used. Examples of useful alcohols include methyl alco- 
hol, ethyl alcohol, propyl alcohol, n-butylalcohol, t-butylalcohol, etc. Particularly, methyl alcohol is preferable. 
Catalyst: Examples of useful catalysts include an azonitrile initiator, for example, 2,2-azobisisobutyronitrile, 2,2- 
zs azobis-(2,4-dimethylvaleronitrile), 2,2-azobis-(4-methoxy-2,4-dimethylvaleronitrile), 2,2-azobis-(2-cyclopropyl pro- 
pion'rtrile), and the like, and an organic peroxide initiator, for example, isobutyryl peroxide, cumyl peroxyneo- 
decanoate, diisopropyl peroxycarbonate, di-n-propyl peroxydicarbonate, t-butyl peroxyneodecanoate, lauroyl 
peroxide, benzoyl peroxide, t-butyl hydroperoxide, and the like. 

Vinyl ester Vinyl acetate, fatty acid vinyl ester (vinyl propionate, p'rvalic acid vinyl, etc.) may be used. Furthermore, 
30 EVOH may contain 0.0002-0.02 mol% of vinylsilane compound as a copolymer component. Examples of vinylsi- 
lane compounds include, for example, vinyl trimethoxysilane, vinyl triethoxysilane, vinyltori(P-methoxy-ethoxy) 
silane, Y-methacryloxy propylmethoxysilane, and the like. Among them, vinyl trimethoxysilane and vinyl triethoxysi- 
lane are preferable. 

35 (1 ) Temperature: 20-90 °C, preferably 40-70°C. 

(2) Time: 2-1 5 hours, preferably 3-1 1 hours. 

(3) Polymerization rate: 1 0-90%, preferably 30-80% with respect to the prepared vinyl ester. 

(4) Resin content In solution after polymerization: 5-85%, preferably 20-70%. 

(5) Ethylene content of copolymer: 3-70 mol%, preferably 1 0-60 mol%, more preferably 20-55 mol%, and most pref- 
40 erably 25-55 mol%. 

[0056] Moreover, in addition to ethylene and vinyl ester, it is possible to contain a small amount of monomer capable 
of being copolymerized with the ethylene and vinyl ester. Examples of such monomers include, for example, a-olefin 
such as propylene, isobutylene, a-octene, a-dodecene, etc.; unsaturated acid such as acrylic acid, methacrylic acid, 
45 crotonic acid, maleic acid, itaconic acid, etc., and anhydrate thereof, salt, or mono- or di-alkyl ester, etc.; n'rtrile such as 
acrylonitrile, methacrylon'rtrile, etc.; amide such as acrylamide, methacrylamide, etc.; olefin sulfonic acid such as ethyl- 
ene sulfonic acid, allyl sulfonic acid, meta allyl sulfonic acid, etc. or salt thereof; alkyl vinyl ether, vinyl ketone, N-vinyl 
pyrrolidone, vinyl chloride, vinylidene chloride, etc.; and the like. 

[0057] After a predetermined conversion is obtained after a predetermined time of polymerization, a polymerization 
so inhibitor is added 'rf necessary so as to evaporate and remove unreacted ethylene gas. and then unreacted vinyl ester 
is removed. The method for removing unreacted vinyl ester from ethylene-vinyl ester copolymer from which ethylene 
has been evaporated and removed is, for example, a method in which the copolymerization solution is supplied contin- 
uously at a constant rate from the upper part of a tower that is filled with a Raschig ring, vapor of organic solvent is 
blasted from the bottom part of the tower and mixed vapor of organic solvent such as methanol etc., and unreacted vinyl 
55 ester is distilled from the upper part of the tower. 

[0058] An alkali catalyst is added into the copolymer solution from which unreacted vinyl ester is removed so as to 
saponify the vinyl ester component of the copolymer. The saponification can be performed by any of a continuous 
method and a batch type method. Examples of alkali catalyst include sodium hydroxide, potassium hydroxide, alkali 
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metal alcoholate, and the like. The following are the conditions of the batch-type saponification. 

(1) concentration of the copolymer solution: 10-50% 

(2) reaction temperature: 30-65°C 

s (3) amount of catalyst used: 0.02-1 .0 equivalence (with respect to a vinyl-ester component) 
(4) time: 1-6 hours 

[0059] The EVOH after reaction contains alkali catalyst, by-product salts, other impurities, and the like, and it is 
preferable that such impurities are removed if necessary by neutralization and washing. 

10 [0060] The present invention provides a process for producing an ethylene-vinyi alcohol copolymer resin, including 
feeding EVOH into an extruder, keeping the temperature of the melting resin in the extruder at 70-1 70°C, adjusting an 
amount of water by supplying/removing water into/from the extruder, and discharging the copolymer having a water 
content right after being discharged of 5-40 weight%. A shape of EVOH before feeding into the extruder is not particu- 
larly limited. It is possible preferably to use a pellet obtained by cutting strand precipitated in a coagulation bath, further- 

15 more to use a crumb-like precipitate formed of coagulated EVOH paste in an indeterminate form. Furthermore, EVOH 
paste can be fed directly into the extruder. 

[0061] The lower limit of the water content of EVOH before being fed into the extruder is preferably 0.5 weight% or 
more, more preferably 5 weight% or more, and particularly 7 weight% or more. Furthermore, the upper limit of the water 
content of EVOH before being fed into the extruder is preferably 70 weight% or less, more preferably 60 weight% or 
20 less, and particularly 50 weight% or less. If the water content of EVOH before feeding into the extruder falls within the 
above-mentioned range, it is possible to obtain a molten state EVOH at the temperature lower than the melting point of 
dry EVOH. Thus, it is possible to inhibit the thermal deterioration of EVOH in the extruder and to attain a good extruding 
stability. 

[0062] When the water content is less than 0.5 weight%, the effect of inhibiting the thermal deterioration of EVOH 
25 in the extruder may be insufficient. On the other hand, when the water content is more than 70 weight%, the phase sep- 
aration between resin and water contained in the resin is likely to occur in the resin composition of EVOH. If such a 
phase separation occurs, the surface of the resin becomes wet, thus increasing the friction. As a result, bridges may be 
formed in the hopper of the extruder, which may adversely affect the productivity of pellets of resin composition of 
EVOH. 

30 [0063] The method of adjusting the water content of EVOH before being fed into the extruder is not particularly lim- 
ited. In increasing the water content, a method of spraying water to resin, a method of immersing resin in water, a 
method of bringing resin into contact with water vapor, and the like, are employed. Furthermore, in reducing the water 
content, appropriate drying methods may be employed. A method of drying resin by the use of, for example, a fluid type 
hot-air dryer or a ventilation hot-air dryer may be employed. From the viewpoint of reducing unevenness of drying, the 

35 fluid type hot-air dryer is preferred. Furthermore, from the viewpoint of inhibiting the thermal deterioration, the drying 
temperature is preferably in 120 °C or less. 

[0064] The temperature of the resin in the extruder is preferably 70-1 70°C. When the temperature of resin is less 
than 70°C, EVOH may not be melted completely. Furthermore, when at least one additive selected from carboxylic acid, 
a boron compound, a phosphoric acid compound, alkali metal salt, and alkali earth metal salt is added, the effect of 

to improving the diffusion property may be insufficient The resin temperature is preferably 80"C or more, and more pref- 
erably 90°C or more. Furthermore, when the resin temperature is more than 1 70°C, EVOH is susceptible to thermal 
deterioration. Furthermore, when at least one additive selected from carboxylic acid, a boron compound, a phosphoric 
acid compound, alkali metal salt, and alkali earth metal salt is added in a form of aqueous solution, if the resin temper- 
ature is more than 1 70°C, water evaporates radically. Consequently, it may be difficult to mix EVOH with the aqueous 

45 solution at the preferable concentration of the aqueous solution. The resin temperature is preferably 150°C or less, 
more preferably 140°C or less, and particularly 130°C or less. The method of adjusting such resin temperatures is not 
particularly limited, but a method of setting the temperature inside the cylinder in the extruder at an appropriate temper- 
ature is preferable. 

[0065] In the present invention, the resin temperature denotes a temperature detected by the temperature sensor 
so provided at the cylinder of the extruder, and detected around the discharge portion at the tip of the extruder. 

[0066] According to the present invention, it is possible to wash and remove the residue of the saponification cata- 
lyst contained at the time of producing the EVOH in the extruder. Specifically, the EVOH resin is fed into the extruder, a 
washing water is supplied from at least one portion of the extruder, the resin is washed, and the washing water is dis- 
charged from at least one place downstream from a washing water supply portion. This method is preferable because 
55 washing is performed effectively and a large washing space is not required as compared with the conventional method 
in which resin pellets are placed in the washing container and is brought into contact with the washing water in a solid 
state to extract the residue of the saponification catalyst by diffusion. 

[0067] In this case, it is preferable that the residue of saponification catalyst contained in EVOH fed into the extruder 
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is an alkali metal ion. 

[0068] The content of the alkali metal ion contained in EVOH fed into the extruder is preferably 0.1 -5 weight%, more 
preferably 0.2 weight% or more, and particularly 0.5 weight% or more, based on metal. Furthermore, the content is 
more preferably 4 weight% or less, and particularly 3 weight% or less: When the content is less than 0.1 weight%, 
5 EVOH can be produced sufficiently by the conventional process in a small space, and so it is less significant to employ 
the process of the present invention. On the other hand, when the content is more than 5 weight%, it is necessary to 
have an extruder of large UD for sufficient washing, which may lead to cost increases. 

[0069] Furthermore, in this case, it is preferable that the content of alkali metal ions contained in EVOH after wash- 
ing is preferably 0.05 weight% or less, more preferably 0.04 weight% or less, and particularly 0.0.3 weight% or less, 
10 based on metal. The content of more than 0.05 weight% is not preferable because the thermal stability of EVOH is dete- 
riorated. 

[0070] Furthermore, the washing water used herein is not particularly limited as long as it is capable of removing 
the residue of the saponification catalyst, however, an aqueous solution of acid having a pKa of 3.5 or more at 25°C is 
preferable. When an aqueous solution of acid having pKa at 25 °C of less than 3.5 is used, EVOH may not provide a 
15 satisfactory coloring resistance or inter layer adhesiveness. Among such acids, a carboxylic acid is preferable. In terms 
of cost effect, acetic acid is preferable. The concentration of the aqueous solution of acetic acid is preferably 0.01-10 
g/l'iter, and more preferably 0.1-2 g/l'iter. 

[0071 ] It is preferable that the supplied amount of washing water is 0. 1 -1 00 liter per 1 kg of feeding resin. 

[0072] The method of adding washing water is not particularly limited as long as it is capable of adding washing 

so water into an extruder. An example of an adding method includes a method of forcing the washing water by using a 
plunger pump, etc., and the like. A discharge portion is not particularly limited as long as it is positioned downstream 
from the adding portion and can discharge liquid from the extruder. A preferable example is a dewatering slit or a dewa- 
tering hole. Moreover, a plurality of adding portions or a plurality of discharge portions may be provided. 
[0073] Furthermore, in the present invention, after the above-mentioned washing or without washing, it is preferable 

25 that water or water vapor is removed from a water-containing EVOH in the extruder. Specifically, it is preferable that at 
least one selected from water liquid or water vapor is discharged from at least one place in the extruder. The discharg- 
ing method is not particularly limited. An example includes a method of discharging washing water from a dewatering 
slit, dewatering hole or a vent-port. 

[0074] Among them, the dewatering slit or dewatering hole is preferable. Since in the case of using these means, 
30 water can be discharged in the form of liquid water or water vapor, it is possible to remove water efficiently from resin 
of a high water content. From this viewpoint, the dewatering slit or dewatering hole is generally more effective than the 
vent-port, which can discharge only water vapor. Furthermore, when water is discharged through the vent-port, resin 
tends to attach to the vent-port, and such attached resins are deteriorated and enter the extruder. Again, a dewatering 
slit or dewatering hole is preferable. 
35 [0075] Moreover, as the vent-port, a vacuum vent for removing water vapor under reduced pressure or an open vent 
for removing water vapor under ambient pressure can be used. 

[0076] Furthermore, when the dewatering hole is used, molten resin may leak from the hole. For this reason, the 
watering hole is preferred. A preferable example of such a dewatering slit includes a wedge wire dewatering slit or a 
screen mesh type dewatering slit Herein, the wedge wire denotes a wire having a wedge shape, that is, a triangular 
40 prism shape cross section. In the wedge wire dewatering slit, the wedge wires are arranged with a predetermined gaps 
and water from the resin is extruded out through the gaps. 

[0077] Moreover, the above-mentioned dewatering means may be used singly or a plurality of the same kinds of 
means may be used, or a combination of different kinds of means may be used. For example, it is possible to remove 
some amounts of water from resin of a high water content with a dewatering slit and then further removing water by the 

45 vent-port located downstream from the dewatering slit. 

[0078] The water content of the pellets of resin composition of EVOH right after being discharged from the extruder 
is preferably 5-40 weight%. When the water content right after being discharged from the discharge portion is more than 
40 weight%, the phase separation between a resin and water contained in the resin may occur in the resin composition 
of EVOH. As a result, strands after being discharged from the extruder may foam easily. The water content is preferably 

so 35 weight % or less, and more preferably 30 weight % or less. Furthermore, when the water content is less than 5 
weight%, the effect of inhibiting the deterioration due to heating of EVOH in the extruder may be insufficient The result- 
ant EVOH pellets may not be provided with a satisfactory coloring resistance. The water content is preferably 1 0 weight 
% or more, and more preferably 1 5 weight % or more. 

[0079] At least one additive selected from carboxylic acid, a boron compound, a phosphoric acid compound, alkali 
55 metal salt, and alkali earth metal salt can be added singly, but a plurality of the additives may be added in the preferable 
ranges mentioned below, in accordance with embodiment. Thereby, it is possible to improve various kinds of perform- 
ances of the EVOH resin composition pellet. 

[0080] It is preferable that carboxylic acid is added to the EVOH resin composition pellets of the present invention 
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from the viewpoint of improving the thermal stability. In this case, carboxy.ic acid having pKa of 3 5 at 25°C is 
When an aqueous solution of carboxylic acid having pKa at 25 »C of less than 3.5 . used rt ,s difficult to control the pH 
of the resin composition of EVOH. Furthermore, the resin composition of EVOH may not be provided with a satisfactory 
o oring" s^ or integer adhesiveness. Examp.es of carboxy.ic add include oxalic acid, >^«££b«c 
acid cftric acid, acetic acid, lactic acid, and the like. In terms of cost effect, acetic acd or lactic acid is preferably used, 
roosil The content of carboxylic acid in the pellets of dried EVOH resin composition is preferably 10-5000 ppm. 
When the content of carboxylic acid is less than 10 ppm. coloring may occur at the time of melt mo.d.r '9 ^rmore 
when the content of carboxylic acid is more than 5000 ppm, sufficient interlayer adhesiveness may not be obta.ned. The 
lower limit of the content of carboxylic acid is preferably 30 ppm or more, and more preferably 50 ppm or more. The 
upper limit of carboxylic acid is preferably 1000 ppm or less, and more preferably 500 ppm or \ess. 
100821 It is also preferable that a phosphoric acid compound is added to the resin composition pellets of EVOH in 
terms of the improvement of the thermal stability. The content of phosphoric acid compound in the pellets of dried 
EVOH resin composition is preferably 1 -1 000 ppm. By adding phosphoric acid compound within an appropriate range^ 
itis possible to inhibit the occurrence of color development and formation of gel and hard spots. The improvement ^effect 
bv the addition of phosphoric acid compound is significant at the time of the long-run formation us.ng pellets of EVOH 
resin compositions and at the time of collecting products. Examples of phosphoric acid compounds include venous 
kinds of acids such as phosphoric acid, phosphorous acid, or their satt, etc. thereof, however, the present mvenbon is 
not necessarily limited to these materia*. For phosphoric acid satt, any forms of primary phosphate, secondary jphos- 
phate. or tertiary phosphate may be employed. A.so, the cationic species thereof are not particularly hmited. However, 
an alkali metal satt, and an alkali earth metal satt are preferable. Above all. it is preferable that phosphonc acd com- 
pound is added in the form of sodium dihydrogen phosphate, potassium dihydrogen phosphate, disod.um hydrogen 
phosphate, and dibasic potassium phosphate. . 
100831 The lower limit of the content of phosphoric acid compound is preferably 1 0 ppm or more and more prefer- 
abh, 30 ppm or more based on phosphate radical. The upper limit is preferably 500 ppm or less, and more preferably 
300 ppnTlis By adding phosphoric acid compound in such ranges, it is possible to obtain EVOH resin ; composttion 
pellets which are less colored and not Italy to form gel. When the content of phosphoric acd compound is less £an 1 
ppm EVOH is radically colored at the time of melt molding. In particular, the phenomenon is observed signrf^antly 
when thermal treatment is performed several times. The product obtained by molding the resin "W*™^"* 
be poor in recycling property. Furthermore, when the content of phosphorous compound is more that 1000 ppm, gel 

and hard spots are likely to be formed. , 

r00841 It is preferable that the pellets of EVOH resin composition of the present invention contains a boron com- 
pound from theviewpoint of improving the thermal stabilhy and mechanical property (JP ^^^"^ 
compound is added to an EVOH resin composition, it is thought that a chelate compound ,s generated between EVOH 
and the boron compound. By using such EVOH, it is possible to improve the thermal stability and mechanical property 

Jo^ P8r B^ U es U 5^oron compound include boric acid, boric acid ester, borate salt, boron hydroxide, and the 
ike However the boron compound is not necessarily limtted to these materials. Specifically, examples of bone acids 
nclude orthoboric acid, metaboric acid, tetraboric acid, and the like; examples of boric acids ester include methyl 
borate, trimethy. borate, and the like; examples of borate salt include alkali metal salt, alkali earth metal satt borax and 
the like, of the above-mentioned various boric acids. Among the above, orthoboric acid (referred to as merely bone acd) 

i S 0M6 f r b ^e content of boron compound in the pellets of dried resin composition of EVOH of the present invention is 
preferably 20-2000 ppm. and more preferabhy 50-1000 ppm, based on boron. When the content is less than 10 ppm. 
Z effect of improving therma. stability by adding a boron compound may not be obtained. When the content ,s more 
than 2000 ppm, gelling easily occurs, which may lead to formation defects. 

roosn By adding alkali metal salts to the pellets of EVOH resin composition of the present invention, it is ; poss ble 
o improve the interlayer adhesiveness or compatibility effectively. The additive content of alkali metal salts in the pe lets 
of dry EVOH resin composition of the present invention is 5-5000 ppm. more preferably 20-1 000 ppm. and particular* 
30-750 ppm based on alkali metal atom. An example of alkali metal includes lithium, sodium, potassium, and the like 
An example of the alkali metal satt includes aliphatic carboxylate. aromatic carboxylate, phosphate, metal complex of 
univalent metal, and the like. A specific example includes sodium acetate, sodium potassium, sodium Phosphate U*h- 
ium phosphate, sodium stearate. potassium stearate. sodium of ethylenediaminetetraacetic acd, and the like. Among 
them sodium acetate, sodium potassium, and sodium phosphate are preferred. 

mm It is preferable that alkali earth metal salt is added to the pellets of the EVOH resin composrtion of the 
Present invention. When alkali earth metal salt is added, the effect of improving coloring resistance s somewhat low- 
ered However it is possible to further reduce the amount of the thermally deteriorated resin attached to a die of a mold- 
ing machine. There is no particular limitation of alkali earth metal salt. However, magnesium salt, calcium satt. barium 
salt beryllium salt, and the like, generally are used. Magnesium salt and calcium salt are particularly preferable. There 
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limited however, the ventilation drying method or the fluid-type drying method can be employed preferably. Also by 
combining some drying processes, a multi-step drying process can be employed. Among them, the method in which 
pellets are first dried by the fluid-type drying method, followed by drying pellets by the ventilation drying method can be 
used. 

[00991 According to one aspect of the present invention, when the cross section of the pellets is observed by a 
polarization microscope (with a magnification of 600), no spherocrystals are observed in the center of the cross section. 
In the pellets produced by the conventional process in which strand is obtained by precipitating EVOH solution after 
saponification and then the strand are cut, spherocrystals are observed (Comparative Example 1). Also, in the pellets 
obtained by melt molding EVOH pellets without containing water at high temperature (Comparative Example 2), sphe- 
rocrystals are observed. On the other hand, in the pellets of the present invention, no spherocrystals are observed, thus 
exhibiting a good performance. . 
[0100] According to another aspect of the present invention, although the resin pellet does not contain lubricant, an 
angle of repose is 23 0 or less when resin pellets are piled up. With such a low angle of repose, resins can be fed into 
the extruder without blocking. It is preferable that lubricant is not used from the viewpoint of sanitary aspect of the EVOH 
resin used for food packaging etc. The fact that the lubricant is not used signifies not only that the lubricant is not con- 
tained in the resin composition but also that the lubricant is not attached to the surface of the pellets. 
[0101] In the conventional treating method in which EVOH pellets are immersed in a treating solution containing 
acid material and/or metal salt, the water content of EVOH after treatment was generally 40-70 weight%. However, in 
the method of the present invention in which EVOH is melted in the extruder and at least one additive selected from 
carboxylic acid, a boron compound, a phosphoric acid compound, alkali metal salt and alkali earth metal salt is added, 
it is possible optionally to adjust the water content of the resin composition of EVOH right after being discharged and 
the water content right after being discharged from the extruder is preferably 5-40 weight%. Therefore, it is possible to 
obtain pellets having the water content that is lower than that of the conventional pellets. The pellets having such a low 
water content are preferable from the viewpoint of reducing the energy consumption in the drying process. 
[0102] In particular, the pellets having the water content of more than 40 weight% may be melt attached between 
pellets at the drying temperature of 1 00°C or more. Also, from this viewpoint, the treatment method of the present inven- 
tion is preferable, in which pellets having a low water content can be obtained, and at least one additive selected car- 
boxylic acid, a boron compound, a phosphoric acid compound, alkali metal salt, alkali earth metal salt is added. 
[0103] It is possible to blend EVOH having a different polymerization degree, ethylene content and saponification 
degree into the EVOH resin composition pellets obtained by the above-mentioned method, thus melt molding thereof. 
Furthermore, it is possible to add the other reinforcing materials, such as various kinds of plasticizers, stabilizers, sur- 
face active agents colorants, UV ray absorbers, antistatic agents, drying agent, crosslinking agents, metal salts, fillers, 
various kinds of fibers and the like. The pellet of EVOH resin composition of the present invention has a small motor 
torque and torque variation and excellent extrusion stability. Thus, it is preferable that the pellets of the present invention 
use significantly reduced or no lubricant in some embodiments. However, when a molding is formed of the above-men- 
tioned pellet, the use of lubricant is an option and not limited. 

[0104] Furthermore, it is possible to blend an appropriate amount of thermoplastic resin other than EVOH in a 
scope consistent with the object of the present Invention. An example of the thermoplastic resin Includes various kinds 
of polyolefin (e.g. polyethylene, polypropylene, poly(l-butene), poly(4-methyl)-1-pentene, ethylene-propylene copoly- 
mer copolymer ethylene and a-olefin having 4 or more carbon atoms, copolymer of polyolefin and maleic anhydride, 
ethy'lene-vinyl ester copolymer, ethylene-acrylic ester copolymer, or modified polyolefin in which the above-ment.oned 
olefins are graft-modified with a saturated carboxylic acid or derivatives thereof, and the like), a various kinds of nylon 
(e.g. nylon-6, nylon-6, 6. nylon-6/6, 6-copolymer, and the like), polyvinyl chloride, polyvinylidene chloride, polyester, pol- 
ystyrene, polyacrylonitrile, polyurethane, polyacetal and modified polyvinyl alcohol resin, and the like. 
[0105] The resultant pellets of the EVOH resin composition of the present invention are melt-molded into vanous 
kinds of molded articles, for example, a film, a sheet, a container, a pipe, a fiber, and the like. Such molded articles are 
pulverized and molded again for reuse. The film, sheet, fiber etc. can be stretched by a single screw stretching method 
or a biaxial stretching method. An example of the usable melt molding method includes extrusion molding, inflation 
extrusion, blow molding, melt spinning, injection molding, and the like. The melting temperature is preferably 150- 
270°C although it differs depending upon the melting point, etc. of copolymers. 

[0106] The pellets of the resin composition of EVOH of the present invention are used practically in a multilayer 
product that includes at least one layer of the molded article such as a film, sheet, etc. of the composition of the present 
invention as well as in a molded article that includes a single layer of the present resin composition. An example of the 
laminated structure product includes E/Ad/T, T/Ad/E/Ad/T, and the like, wherein E denotes a an EVOH resin composi- 
tion of the present invention, Ad denotes an adhesive resin, and T denotes a thermoplastic resin. However, the present 
invention is not limited to this structure alone. The respective layer may be a single layer and occasionally may be a mul- 

[0*07] An example of usful thermoplastic resin includes linear taw density polyethylene, low density polyethylene. 
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the present invention. An example of a laminating method includes: a method of melt extruding a thermoplastic resin 
onto the molded articles (film, sheet, etc.); a method of co-extruding resin composition and other thermoplastic resin 
onto the base material of thermoplastic resin, etc.; a method of co-injecting the thermoplastic resin and EVOH resin 
composition; furthermore, a method of laminating a molded articles obtained from the EVOH resin composition onto a 

s film or a sheet made of resin composition of other base material with a known adhesive such as an organic titanium 
compound, an isocyanate compound, a polyester-based compound, etc.; and the like. Among them, the method of co- 
extruding the resin composition and other thermoplastic resin is preferable. Since the EVOH resin composition of the 
present invention is excellent in the interlayer adhesiveness, it is preferable'as a resin composition for co-extrusion and 
a co-extrusion multilayer product used thereof. 

10 [0116] As the method of co-extruding the composition of the present invention and thermoplastic resin, any of a 
multi-manifold combining system T die method, a feed-block combining system T die method, and an Inflation method 
may be employed. 

[0117] By secondary processing the thus obtained co-extrusion multilayer product, various kinds of molded articles 
(film, sheet, tube, bottle, etc.) can be obtained. The following is an example of the obtainable molded articles. 

15 

(1) A multilayer co-stretched sheet or film produced by uniaxially or biaxially stretching or biaxially stretching a mul- 
tilayer product (sheet, film, or the like), and then thermally treating thereof. 

(2) A multilayer roll sheet or film produced by rolling a multilayer product (sheet, film, or the like). 

(3) A multilayer package such as a tray, cup, etc., produced by a thermal molding process such as a vacuum mold- 
20 ing, a pressure molding, vacuum pressure molding, and the like, a multilayer product (sheet, film, or the like). 

(4) A package such as a bottle, cup, etc., produced by stretch blow molding from a multilayer product (pipe, etc.). 

[0118] There is no particular limitation to the secondary processing method. A well-known secondary processing 
method other than the methods mentioned above (for example, blow molding) can be employed. 
25 [0119] Since in the thus obtained co-extrusion multilayer products and co-injection multilayer products, less gel and 
hard spots are formed, and fish eye and streaks occur less at the time of forming films, such products can be used for 
materials for food packages, for example, a deep drawing container, cup, bottle, and the like. 

Example 

30 

[0120] Hereinafter, the present invention will be explained with reference to Examples and Comparative Examples 
but is not limited to them alone. Hereinafter, "%" and 'part* are expressed based on weight unless otherwise noted. 
Moreover, water herein denotes ion exchange water. 

as (1 ) Measurement of water content 

[0121] A sample of water-containing EVOH (20g) was placed in a well-dried weighing bottle. The sample was dried 
with a hot-air dryer at 120°C for 24 hours. The water content of EVOH was calculated from the change in values of 
weight of EVOH before and after drying. The calculation was performed in accordance with the following equation (1 ). 

40 

Water content (weight %) = (weight before drying-weight after dried)/weight before drying x 100 Equation (1) 

(2) Measurement of number of spherocrystals 

45 [0122] The pellets of EVOH resin composition were cut with "Leichelt Ultra-cut S" manufactured by Leica so as to 
obtain a slice having a thickness of 1 p, m. A sealing liquid (refractive index: 1 .53) was added to the resultant sample 
slice, which was observed by a polarization microscope (OPTIPHOT-POL manufactured by NIKON CORP.) with a mag- 
nification of 600. The center of the pellet (inner part from 0. 1 mm or more from the surface) was examined for sphero- 
crystals. 

50 

(3) Measurement of angle of repose 

[0123] An angle of repose was measured by using a measuring device 30 shown in FIG. 2. The measuring device 
30 includes a stainless steel butt 31 (size: 470 mm x 330 mm x 80 mm, buff polishing finish (#400 finish)), a hollow cylin- 
55 drical sample receiver 32 (polyvinyl chloride pipe), a sample receiver holder 33 holding the hollow cylindrical sample 
receiver 32, and a supporting ring 34. The hollow cylindrical sample receiver 32 is 42 mm in outer diameter, 35 mm in 
inner diameter, and 365 mm in height First, the butt 31 was set on a horizontal plane and the sample receiver 32 is 
positioned at the center of the butt 31 . The water content of the pellet sample was set to be 0.3 weight % or less. The 
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measuring environment was kept at the temperature of 20±2°C, and the relative humidity of 65% RH. The pellet sample 
was collected with a sample container (300 ml), and whole sample is gently added into the sample receiver 32. After 
the sample is added, the sample receiver is lifted up gently until the shape of the samples becomes like a mountain. 
Next a diameter of the bottom part of the mountain-shaped sample was read. In reading, diameters of four directions 

5 are read in accordance with the scales marked on lines radially drawn in eight directions on the butt 31 . At this time, the 
diameter was determined based on the circumference of the bottom part of the sample with sample. At this time, sam- 
ples independently scattered were disregarded. The height of the cone of samples (the length between the top part and 
the bottom part of the mountain-shaped samples) was measured. The height was determined by crossing the C-type 
1 st stainless steel scale over the upper part of the butt 31 , measuring the length between the side of the surface of the 

10 scale and the top of the cone of the sample, and subtracting the above-measured length from the depth of the butt 
(80mm). The thus obtained value was made to be the height of the sample cone. Measurement was performed five 
times and the average was taken. The angle of repose was calculated with the following equation and the calculated 
value was expressed by integer of the first digit in accordance with JIS Z 8401 and JIS R 9301 . 

15 8 =arctan (2h/D) 

wherein 8 denotes an angle of repose (° ), h denotes the height of the cone of sample (mm), and D denotes the average 
value of the diameter of four directions (mm). 

20 (4) Determination of added minor component 

[0124] Determination was performed in accordance with the following method. 'Dry pellets" herein denote pellets 
obtained as follows. The EVOH resin composition pellets to which at least one selected from carboxylic acid, a boron 
compound, a phosphoric acid compound, alkali metal salt, and alkali earth metal salt was added were dried at 100°C 
25 for 15 hours with a fluid-type hot-air dryer and then dried at 100°C for 15 hours with a ventilation hot-air dryer. 

(4-a) Determination of carboxylic acid content 

[0125] A sample of dry pellets (20g) was placed in 1 00 ml of ion exchange water and heated at 95°C for 6 hours to 
30 obtain an extract solution. The content of carboxylic acid was determined by neutralization titration of the extract solu- 
tion with 1/50N NaOH. Phenolphtalein was used as an indicator. 

(4-b) Determination of alkali metal and alkali earth metal ion 

35 [0126] A sample dry pellets (10g) was placed in 50 ml of 0.01 N aqueous solution of hydrochloric acid, and stirred 
at 95°C for 6 hours. The stirred aqueous solution was subjected to a quantitative analysis with ion chromatography. For 
a column, ICS-C25 manufactured by YOKOGAWA ELECTRIC CORP. was used. For an eluent, an aqueous solution of 
5.0 mM tartaric acid and 1.0 mM 2,6-pyridinedicarboxylic acid was used. In determination, a calibration curve made 
with respect to each metal chloride aqueous solution was used. Thus, the amount of alkali metal salts and the amount 

40 of alkali earth metal salts in the dry pellets were obtained based on metal by using the resultant amount of ions. 

(4-c) Determination of boron compound 

[0127] Na 2 C0 3 aqueous solution was added to the sample pellets and subjected to an incineration in a platinum 
45 crucible at 600°C. Hydrochloric acid was added to dissolve the obtained sample. Then, the content of boron compound 
in the obtained sample was determined based on boric acid by an ICP emission spectral analysis. 

(4-d) Determination of phosphoric acid ion 

so [0128] A sample of dry pellets (1 Og) was placed in 50 ml of 0.01 N aqueous solution of hydrochloric acid and stirred 
at 95°C for 6 hours. The stirred aqueous solution was subjected to aquantitative analysis with ion chromatography. For 
a column, ICS-A23 manufactured by YOKOGAWA ELECTRIC CORP. was used. For an eluent, an aqueous solution 
containing 2.5 mM sodium carbonate and 1.0 mM sodium carbonate was employed. In the determination, a calibration 
curve made with respect to a solution of phosphoric acid was used. Thus, the amount of phosphorous compound was 

55 obtained based on phosphoric acid radical from the amount of the resultant ion. 
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(5) Melt Index (Ml) 



[0129] The melt index was measured in accordance with ASTM-D 1 238 by using a melt indexer under the condi- 
tions where the temperature was 190°C and load was 2160 grams. 

5 

(6) Single-layer film formation test 

(6-a) Motor torque and torque variation at the time of feeding into extruder 

io [0130] A single-layer film of EVOH resin composition was formed by using an extruder having the following specifi- 
cations and the motor torque and torque variation of the EVOH resin composition pellets when they are added into the 
extruder. 

[0131] The following are the specifications of the extruder. 



Cxtruder 

Type 
LD 

CR 

Diameter 
Sere 

Rrtat on number 
Dr ving machine 



GT-40-A manufactured by PLASTIC TECHNOLOGY CO., LTD. 
single screw extruder (non-vent type) 



3.5 



Motor capacity 
Heater 
Width of die 
Temperature of resin in die 240°C 
Speed of taking out resin 1 0 m/min 



40 mm 0 

Single-start full-flight type 
40 rpm 

DC electric motor SCR-DC218B manufactured by SUMITOMO HEAVY INDUSTRIES, 
LTD. 

DC 7.5W (rated 45A) 
Four-part split type 



30 (6-b) Gels and hard spots 



[0132] A single layer film of EVOH was formed by using a sample of dry pellets. One hour after the film formation 
started, the number of gels and hare spots (each of which is about 100 u m or larger, and can be visually observed) 
was counted, and then the converted into a number with respect to 1 .0 m 2 . The resultant films were evaluated as follows 
35 in accordance with the number of hard spots. 



A: less than 20 
B: 20 to 40 
C: 40 to 60 
D: 60 or more 



(6-c) Coloring resistance 



[0133] A single layer film of EVOH was formed by using a sample of dry pellets. One hour after the film formation 
45 started, films were rolled onto a paper tube and the coloring degree on the end face of the film was examined visually. 
Then, evaluation was performed as follows. 



A: no coloring 
8: somewhat yellowing 
so C: yellowing 

D: radically coloring 



(6-d) Amount of resin attached to the inside die 



55 [0134] A single layer film of EVOH was formed by using a sample of pellets for 8 hours. After the film formation 
started, the EVOH resin inside the extruder was replaced by LDPE of Ml=1 . Then, the amount of EVOH resin thermally 
deteriorated and attached to the inside of die was measured. 
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(7) Rate of melt attachment of pellets 

[0135] Five hundred grams of pellets of EVOH resin composition after being discharged from the extruder were 
allowed to pass through a 5-mesh metal screen gently, and then the weight of the melt attached pellets on the metal 
5 screen was measured. The occurrence of melt attachment of pellets was determined from the resultant weight value by 
the following equation (Equation 2) and shown in weight%. 

Occurrence of melt attachment (%) = weight of melt attached pellets (g) x 1 00/500 (g) (Equation 2) 

10 

(8) Surface water content 

[0136] EVOH pellets (1 0 kg) were centrifuged with a centrifugal separator. The centrifugal separator was an upper 
part removing type centrifugal separator H-130M manufactured by Kokusan Enshinki K.K. and has the below-men- 
js tioned specifications. The surface water content of EVOH pellets was calculated from the change in weight between 
before centrif uging and after centr'rfuging by the following equation (Equation 3). 

(Specifications of centrifugal separator) 

20 [0137] 

Type: H-130M 

Name: upper-part removing type centrifugal separator 
Capacitor: 107L (diameter 914 mm x depth 430 mm) 
25 Material: SUS 304 

Rotation number: 1000 rpm (51 0G) 

(Surface water content) 

30 [0138] 

Surface water content (weight %) (Equation 3) 

= [(weight before centrifuge-weight after centrifuge)/weight before centrifuge] x 100 

35 

(9) Raw material feeding continuous test 

[0139] The raw material feeding continuous test was carried out using a volumetric feeder of the following specifi- 
cations shown in FIG. 1 1 . The continuous test was carried out for 8 hours and the time from the time in which the test 
40 was started to the time in which extrusion defect occurred was taken. 

(Volumetric single screw feeder) 



Specification: SVF-25 manufactured by Nippon Seikosho K.K. 
Treating amount: 10 kg/hr (capability: 4-20 kg/hr) 
Hopper: 30L 
Drive: 0.4 KW 

Example 1 

[0141] EVOH having an ethylene content of 32 mol%, a saponification degree of 99.5 mol% and a water content of 
35 weight% was fed into the twin-screw extruder shown in FIG. 1 . The temperature of resin at the discharge portion was 
set to be 100°C. A treating solution made of an aqueous solution of acetic acid/boric acid/sodium acetate/magnesium 
acetate/potassium dihydrogen phosphate was added from the minor component feeding portion located at the tip of the 
discharge portion side shown in FIG. 1. The feeding amount of EVOH per unit time was 10 kg/hr (which includes the 
weight of water contained), and the added amount of treating solution per unit time was 0.65 L/hr. The treating solution 
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has a composition including 4.3 g/L of acetic acid, 1 5 g/L of boric acid, 4.6 g/L of sodium acetate, 3.0 g/L of magnesium 
acetate, and 1.4 g/L of potassium dihydrogen phosphate. The following is the specifications of the twin-screw extruder 
(FIG. 1 shows a detailed structure). 



Type 
LTD 

Diameter 
Screw 

Rotation number 
Motor capacity 
Heater 

Number of dies holes 
Temperature of resin in dies 
Speed of taking out resin 



Twin-screw extruder 
45.5 

30 mm 0 

Complete meshing in the same direction 

300 rpm 

DC22KW 

13-parts split type 

5 holes (hole diameter: 3 mm 0 ) 

105°C 

5 m/min 



[0142] The water content of the EVOH resin composition pellets after being discharged from the extruder was 20 
weight%. When the obtained pellets were dried at 1 00°C for 1 5 hours with a fluid type dryer and then dried at 1 00°C for 
15 hours with a ventilation dryer, the water content was 0.3 weight%. The dried pellet of resin composition of EVOH had 
the content of acetic acid of 300 ppm, the content of boron compound of 270 ppm based on boric acid, and the content 
of phosphoric acid compound of 100 ppm based on phosphate radical. The content of alkali metal salts was: 40 ppm 
for potassium based on metal and 130 ppm for sodium based on metal. The content of alkali earth metal salts was 50 
ppm for magnesium based on metal. Furthermore, Ml was 1.5 g/10min. 

[0143] When the resultant dry pellets were examined for spherocrystals inside the pellet, no spherocrystals were 
observed. Furthermore, the angle of repose was 22° . 

[0144] A single layer film was formed of the dry pellets. The motor torque and torque variation at the time of extru- 
sion, the occurrence of gel and hard spots, coloring resistance and the amount of pellets attached to the die, were 
tested. 

[0145] The following are the specifications of the twin-screw extruder and T die used in the tests. 



Extruder 
Type 
L/D 
CR 

Diameter 
Screw 

Rotation number 
Driving machine 

Motor capacity 
Heater 
Width of die 

Temperature of resin in dies 
Speed of taking out resin 



GT-40-A manufactured by PLASTIC TECHNOLOGY CO., LTD. 

Single-screw extruder (non-vent type) 

26 

3.5 

40 mm 0 

Single-start full-flight type, nitrided steel surface 
40 rpm 

DC electric motor SCR-DC218B Manufactured by SUMITOMO HEAVY INDUSTRIES, 
LTD 

DC7.5KW(rated 45A) 
4-parts split type 
300 mm 
240°C 
1 0 m/min 



[0146] After a single-layer film was formed under the above-mentioned conditions, the motor torque was 220 
kg • cm, and the torque variation was 50 kg • cm at the time of extrusion. The test for gel and hard spots and color resist- 
ance test were evaluated as "A* and the amount of the resin attached to the inside of the die was 2.2 grams. 



Examples 2 to 4 

so 

[0147] EVOH pellets were produced by the same manner as in Example 1 except that an ethylene content, the 
saponification degree, resin temperature inside the extruder, the water content of the resin before feeding into the 
extruder and the water content right after being discharged were changed as shown in Table 1 and the feeding amount 
of EVOH per unit time, the feeding amount and the composition of the solution of at least one additive selected from 
55 carboxylic acid, a boron compound, a phosphoric acid compound, alkali metal salt, and alkali earth metal salt are 
changed as shown in Table 2. Table 1 shows the conditions of extrusion, Table 2 shows the composition of the treating 
solution, Table 3 shows the composition of the obtained EVOH pellet and Table 4 shows evaluation results. 
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Comparative Example 1 



[0148] A 45% methanol solution of ethylene-vinyl acetate copolymer having an ethylene content of 32 weight% was 
placed in a saponification reactor, a sodium hydroxide/methanol solution (80g/L) was added thereto so as to be 0.4 

5 equivalent with respect to a vinyl acetate component in the copolymer, and methanol was added thereto so that the con- 
centration of the copolymer was adjusted to 20%. The temperature was raised to 60°C and reaction was performed for 
about 4 hours while blowing nitrogen gas into the reactor. After 4 hours, the reacted product was neutralized with acetic 
acid to stop the reaction. Furthermore, water was supplied thereto, and a water and methanol solution of EVOH having 
an ethylene content of 32 weight % and saponification degree of 99.5% was obtained. The EVOH solution was extruded 

jo from a metal mold having circular holes into water, thereby allowing the EVOH solution to precipitate in the form of a 
strand. The strand was cut into pellets having a diameter of about 3 mm and a length of about 5 mm. The obtained pel- 
lets were dewatered with a centrifugal separator. Furthermore, the operation in which a large amount water was added 
to the dewatered pellets and again dewatered with a centrifugal separator was repeated. 

[0149] 3.5 kg of the thus obtained EVOH pellets (water content: 55 weight%) were immersed in 6L aqueous solu- 
15 tion containing 0.4 g/L of acetic acid, 0.4 g/L of sodium acetate, 0.3 g/L of magnesium acetate, 0.1 g/L of potassium 
dihydrogen phosphate, and 0.7 g/L of boric acid at 25°C for 6 hours. After immersing, liquid was removed from the pel- 
let, and the obtained pellet of resin composition of EVOH (water content: 55 weight%) was dried at 80°C for 15 hours 
with a fluid type dryer and then dried at 1 00°C for 24 hours by using a ventilation dryer. Thus, dry pellets (water content: 
0.3 weight%) were obtained. 

20 [0150] The dried pellet of resin composition of EVOH had the content of acetic acid of 300 ppm, the content of 
boron compound of 270 ppm based on boric acid, and the content of phosphoric acid compound of 1 00 ppm based on 
phosphoric acid radical. The content of alkali metal salts was: 40 ppm for potassium based on metal and 130 ppm for 
sodium based on metal. The content of alkali earth metal salts was 50 ppm for magnesium based on metal. Further- 
more, Ml was 1 .5 g/10min. Evaluations for the obtained pellets were made by the same manner as in Example 1 . Table 

25 4 shows the evaluation results. 



Comparative Example 2 



[0151] EVOH resin composition pellets were produced with the dried EVOH resin composition obtained in Compar- 
30 ative Example 1 by using an extruder of the following specifications. 
[0152] The following are the specifications of the extruder. 



Extruder 
Type 
L/D 
CR 

Diameter 
Screw 

Rotation number 
Driving machine 

Motor capacity 
Heater 
Die width 

Temperature of resin in dies 
Speed of taking out resin 



GT-40-A manufactured by PLASTIC TECHNOLOGY CO., LTD. 

Single-screw extruder (non-vent type) 

26 

3.5 

40 mm 0 

Single-start full-flight type, nitriding steel surface 
40 rpm 

DC electric motor SCR-DC218B Manufactured by SUMITOMO HEAVY INDUSTRIES 
LTD. 

DC7.5KW (rated 45A) 

4-parts split type 

6 holes (hole diameter:3 mm 0 ) 

250°C 

2 m/min 



[0153] The resultant pellets of EVOH resin composition were dried at 1 00°C for 24 hours with a ventilation dryer to 
obtain dry pellets (water content 0.3 weight%). The dried pellets of resin composition of EVOH had the content of acetic 
so acid of 220 ppm, the content of boron compound of 270 ppm based on boric acid, and the content of phosphoric acid 
compound of 100 ppm based on phosphoric acid radical. The content of alkali metal salts was: 40 ppm for potassium 
based on metal and 130 ppm for sodium based on metal. The content of alkali earth metal salts was 50 ppm for mag- 
nesium based on metal. Furthermore, Ml was 1 .5 g/1 Omin. The pellets were examined in the same manner as in Exam- 
ple 1. 

55 [0154] The conditions and results mentioned above are shown in Tables 1 to 4. 
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Table 1 

[Conditions of extrusion] 





Ethylene 


Saponifi- 


Feeding 


Adding 


Tempera 


Water content 




content 


cation 


amount 


amount 


-tureof 


Before 


Right 




(mol%) 


degree 


of EVOH 


of 


resin in 


feeding 


after 






(%) 


*1 


treating 


extruder 


into 


discharg- 








(kg/hx) 


solution 


CO 


extruder 


ed from 










(L/hr) 




(wt%) 


extruder 
















(wt%) 


Ex.l 


32 


99.5 


10 


0.65 


100 


35 


20 


Ex.2 


32 


99.5 


10 


0.5 


120 


50 


30 


Ex.3 


55 


90 


10 


0.45 


100 


10 


10 


Ex.4 


5 


99 


10 


0.7 


100 


30 


20 


Co.2 


32 


99.5 


10 




250 


0.3 


0.3 



* 1 weight of EVOH in a water-containing state 

Ex: Example, Co: Comparative Example (the same is true in the following 
Tables) 



Table 2 

[Composition of treating solution] 





111 


Boric 
acid 


Phosphoric 
acid compound 
<R/L) 


Alkali metal 
salt (g/L) 


Alkali earth 

metal 

Salt (g/L) 


Ex.1 


4.3 


15 


NH,PO, 1.4 


NaOAc 4.6 


Mg(OAc) ? 3.0 


Ex.2 


7.2 




H,PO, 1.6 


NaOAc 17.8 


Ca(OAc), 4.0 


Ex.3 






H a PO, 2.1 


NaH,PO, 10.4 




Ex.4 


2.1 




H,PO, 0.3 


NaOAc 4.6 


Ca(OAc), 4.0 


Co.l 


0.4 


0.7 


KH 2 P0 4 0.1 


NaOAc 0.4 


Mr(OAc), 0.3 



40 



45 
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Table 3 





[Composition of resin composition pellet] 






Acetic acid 
(ppm) 


Boric acid* 1 
(ppm) 


Phosphoric 
pound " 2 


Alkali metal salt" 3 (ppm) 


Alkali earth metal Salt" 4 
(ppm) 




Ex.1 


300 


270 


100 


K 


40 


Mg 


50 


10 










Na 


130 








Ex.2 


500 




150 


Na 


500 


Ca 


100 




Ex.3 






500 


Na 


100 






15 


Ex.4 


150 




30 


Na 


130 


Ca 


100 




Co.1 


300 


270 


100 


K 
Na 


40 
130 


Mg 


50 


20 


Co.2 


220 


270 


100 


K 
Na 


40 
130 


Mg 


50 



*1 : based on boric acid 

*2: based on phosphoric acid radical 

*3: based on metal 

*4. based on metal 



Table 4 



[Evaluation results] 





Quality of pellet 


Extruding stability 


Quality of f 




Number 
of sphero- 
crystals 
(number/ 
mm 1 ) 


Angle 
of 

repose 
C ) 


Torque at 
the time 
of feeding 
into 

extruder 
(kg' cm) 


Torque 
variation 
(kg* cm) 


Attached 
amount 
in die (g) 


Gel and 
hard 

Spot8 


Coloring 
resistance 


Ex.1 


Not 

observed 


22 


220 


50 


22 


A 


A 


Ex.2 


Not 

observed 


21 


170 


20 


1.4 


A 


B 


Ex.3 


Not 

observed 


22 


185 


25 


2.9 


B 


B 


Ex.4 


Not 

observed 


21 


180 


30 


1.3 


B 


B 


Co.l 


Observed 


25 


>1000 


>300 


3.1 


B 


B 


Co.2 


Observed 


26 


>1000 


>300 


3.5 


B 


C 



[0155] As is apparent from Tables 1 to 4 (particularly from Table 4), in Examples 1 to 4 of the present invention, 
55 spherocrystals were not observed, and the angle of repose was within the range of 21° to 22° . Therefore, the pellets 
produced in Examples 1 to 4 can be fed into the extruder smoothly, and extruding stability and quality of formed films 
are excellent. On the other hand, the pellets obtained in Comparative Examples 1 and 2 cannot be fed into the extruder 
smoothly and extruding stability of the pellets was not preferable, because, in Comparative Example 1, acetic acid etc. 
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is adsorbed due to the immersing method, and in Comparative Example 2, the pellets were produced by extrusion 
molding of the resin obtained in the Comparative Example 1 , and so spherocrystals were observed and the angle of 
repose was more than 23° . 

[0156] As mentioned above, according to Examples 1 to 4, by wet-extruding EVOH by using an extruder, it is pos- 
5 sible to produce EVOH resin pellets, which reduce a discharge load to the environment, can be fed into an extruder 
smoothly without being blocked, and are excellent in extruding stability and thermal stability (long-run property). Fur- 
thermore, since the treatment can be performed at relatively low temperature, it is possible to produce EVOH resin pel- 
lets in which the polymer is prevented from being deteriorated. 



10 Example 5 

[0157] EVOH having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water content 
of 35 weight% and a sodium content of 1 .5 weight% based on metal was fed into a twin-screw extruder shown in FIG. 
3. The twin-screw extruder includes a raw material feeding portion, a washing water supply portion, and a dewatering 

75 portion. The dewatering portion was provided with a wedge wire type dewatering slit. 0.5 g/L of acetic acid aqueous 
solution was added from the washing water supply portion. The feeding amount of EVOH per unit time was 50 kg/hr 
(which includes the weight of water contained), and the added amount of aqueous solution of acetic acid per unit time 
was 600 L/hr. The retention time of EVOH was 5 minutes. Thereafter, EVOH discharged from a strand die installed at 
the tip of the extruder was cut in the form of a strand with a pelletizer, to thus obtain pellets. The following are the spec- 

20 ifications of the twin-screw extruder. 



Type Twin-screw extruder 

L/D 42 
Diameter 47 mm 0 

Screw Complete meshing in the same direction 

Rotation number 450 rpm 

Temperature of cylinder 95°C 
Temperature of dies 120°C 
Number of dies hole 5 holes 

[0158] The water content of the EVOH resin composition pellets after being discharged from the extruder was 39 
weight%. The content of sodium ions in the resin was 0.0007 weight% based on metal. 



Examples 6 to 9 

35 

[0159] EVOH pellets were produced by the same manner as in Example 5 except that an ethylene content of 
EVOH, the saponification degree and extruding conditions such as the feeding amount of EVOH, the concentration and 
the adding amount of acetic acid in the washing water were changed to those shown in Table 5. Table 6 shows evalua- 
tion results in terms of a washing property. 

40 

Comparative Example 3 



[0160] 0.7kg of water-containing EVOH pellets having an ethylene content of 32 mol%, the saponification degree 
of 99.5 mol%, the water content of 40 weight% and the content of sodium ions of 1 .5 weight% based on metal were 
4$ immersed in 25L of 0.5 g/L aqueous solution of acetic acid (30°C), and washed for 5 minutes, which corresponds to the 
retention time of the EVOH in the extruder. Thereby, the washed water-containing EVOH pellets (water content: 40 
weight%) were obtained. The obtained pellets were evaluated in the same manner as in Example 5. Table 6 shows the 
evaluation results. 



so Cpmparative Exam p le 4 



[0161] 0.7kg of water-containing EVOH pellets having an ethylene content of 55 mol%, the saponification degree 
of 90.0 mol%, the water content of 43 weight% and the content of sodium ions is 1 .0 weight% based on metal were 
immersed in 25L of 0.5 g/L aqueous solution of acetic acid (30°C) and washed for 5 minutes, which corresponds to the 
55 retention time of the EVOH in the extruder. Thereby, the washed water-containing EVOH pellets (water content: 43 
weight%) were obtained. The obtained pellets were evaluated in the same manner as in Example 5. Table 6 shows the 
evaluation results. 
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Comparative Example 5 

[0162] 0.7kg of water-containing EVOH pellets having an ethylene content of 10 mol%, the saponification degree 
of 99.0 mol%, the water content of 45 weight 0 /©, and the content of sodium ions of 2.0 weight% based on metal were 
5 immersed in 25L of 0.5 g/L aqueous solution of acetic acid (30°C) and washed for 5 minutes, which corresponds to the 
retention time of the EVOH in the extruder. Thereby, the washed water-containing EVOH pellets (water content: 45 
weight%) were obtained. The pellets were evaluated by the same manner as in Example 5. Table 6 shows the evalua- 
tion results. 



Table 5 





Ethylene content 
(mol%) 


Saponification 
degree (%) 


Feeding amount of 
EVOH*1(kg/hr) 


Concentration of 
acetic acid in wash- 
ing liquid (g/L) 


Adding amount of 
washing water (UHr) 


Ex.5 


32 


99.5 


50 


0.5 


600 


Ex.6 


32 


99.5 


50 


0.5 


300 


Ex.7 


32 


99.5 


50 


0 


600 


Ex.8 


55 


90 


50 


0.5 


600 


Ex.9 


10 


99 


50 


0.5 


600 



*1: weight of EVOH in a water-containing state 



Table 6 





Water content (wf/o)* 2 


Content of alkali metal ion(wt%) 




Before extruding into 
extruder 


Right after extruded from 
extruder 


Before washing 


After washed 


Ex.5 


40 


39 


1.5 


0.0007 


Ex.6 


40 


37 


1.5 


0.0033 


Ex.7 


40 


39 


1.5 


0.0132 


Ex.8 


43 


43 


1.0 


0.0009 


Ex.9 


45 


46 


2.0 


0.0041 


Co.3 


40 


40 


1.5 


1.3 


Co.4 


43 


43 


1.0 


0.8 


Co.5 


45 


45 


2.0 


1.7 


(remark) *2: in Comparative Examples 3 to 5, the water content is a value before and after washing. 



[0163] In the resin composition pellets of EVOH obtained in Examples 5 to 9 of the present invention, sodium ions 
were washed and removed. The sodium ions may damage the long-run property and appearance, that is, inappropriate 
so content of sodium ions may induce thermal deterioration, thermal decomposition and radical coloring at the time of melt 
molding. On the other hand, in Comparative Examples 3 to 5, in which EVOH pellets were immersed in the washing 
water and washed for the same time as in Examples 5 to 9, sodium ions were neither washed nor removed sufficiently. 

Example 10 

55 

[0164] EVOH having an ethylene content of 32 mol%, the saponification degree of 99.5 mol%, the content of 
sodium ions of 1 .5 weight% based on metal and the water content of 52 weight% was fed into a twin-screw extruder 
shown in FIG. 4 at the rate of 1 0 kg/hr (which includes the weight of water contained). The twin-screw extruder includes 
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a raw material feeding portion, a washing water supply portion, a dewatering portion, and a minor component adding 
portion. The dewatering portion was provided with a wedge wire type dewatering slit. A circular strand die having a 
diameter of 3 mm and 5 holes was installed at the tip of the extruder. A 0.5g/L aqueous solution of acetic acid was sup- 
plied from the washing water supply portion at the rate of 120 L/hr. An aqueous solution (shown in Table 8) of acetic 

5 acid/boric acid/sodium acetate/magnesium acetate/potassium dihydrogen phosphate was added from the minor com- 
ponent adding portion at the rate of 0.65 L/hr. The temperature of resin in the strand die was 105°C. The resin compo- 
sition of EVOH right after being discharged from the strand die was cooled down in a water bath to be solidified. The 
solidified strand was cut with a pelletizer into columnar pellets having a diameter of 3 mm and the length of 4 mm. The 
water content of these pellets was 20 weight %. Table 7 shows the conditions of extrusion, and Table 8 shows the add- 

10 ing amount per unit time and composition of the adding solution. The following are the specifications of the twin-screw 
extruder. 



Type 
LTD 

Diameter 
Screw 

Dewatering portion 
Rotation number 
Motor capacity 
Heater 

Number of dies hole 



Twin-screw extruder 
45.5 

30 mm 0 

Complete meshing in the same direction 

Dewatering slit 

300 rpm 

DC22KW 

13-parts split type 

5 holes (hole diamieter:3 mm 0). 



Speed of taking out resin 5 m/min 



[0165] The obtained pellets were dried at 1 1 0 °C for 1 2 hours with a hot-air dryer to reduce the water content to 0.3 
25 weight%. Ml of the resin composition pellet of EVOH after drying was 1 .5 g/1 Omin. Table 9 shows a composition of the 
dry pellets. Furthermore, when the dry pellets were formed into a film by using a single screw extruder and evaluated, 
gel and hard spots and coloring were evaluated as "A". Table 10 shows the evaluation results. 

Comparative Example 6 

30 

[0166] Similarto Comparative Example 3, 0.7kg of water-containing EVOH pellets having an ethylene content of 32 
mol%, the saponification degree of 99.5 mol%, the water content of 40 weight% and the content of sodium ions of 1 .5 
weight% based on metal were immersed in 25L of 0.5 g/L aqueous solution of acetic acid (30°C) and washed for 5 min- 
utes, corresponding to the retention time of the EVOH in the extruder. Thus, washed water-containing EVOH pellets 

35 (water content 40 weight%) were obtained. 

[0167] The EVOH pellets were immersed in 10L of aqueous solution having a composition shown in Table 8 at 25 
°C for 6 hours, followed by centrifuging the EVOH pellets. The resultant EVOH resin composition pellets were dried with 
a fluid type dryer at 80°C for 3 hours to obtain the water content of 20 weight%, and then dried with a hot-air dryer at 
1 1 0°C for 1 2 hours to reduce the water content to 0.3 weight%. The dry pellets were subjected to the film formation test. 

40 Table 9 shows the composition and Ml of the resin composition pellet of EVOH, and Table 10 shows the evaluation 
results. 



Table 7 



45 




Ethylene 


Saponifi- 


Feeding 


Water content (%) 


Concen 


Adding 






content 


cation 


amount of 


Before 


After de- 


tration 


amount 






(mol%) 


degree 


EVOH* 


de- 


watering 


of 


of 








(mol%) 


(kg/hr) 


watering 




acetic 


washing 
















acid 


water 


50 














(g/L) 


(e/L) 




Ex.10 


32 


99.5 


10 


52 


20 


0.5 


120 


Co.6 


32 


99.5 




52 




0.5 





(remark) * : amount of EVOH in a water-containing state 
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Tabl 8 







Composition of adding liquid (g/L) 




Adding amount of liquid 
(LVhr) 


Acetic acid 


Boric acid 


NaOAc 


NaH 2 P0 4 «2H 2 0 


Ex.10 


0.65 


3.0 


11 


3.0 


0.85 


Co.6 


10* 


0.51 


0.75 


0.50 


0.16 


(remark) *: amount of liquid for immersing treatment 



Table 9 







Composition of dry pellets (ppm) 




Ml(g/10min) 


Acetic acid 


Boric acid 


Na + 


P0 4 3 " 


Ex.10 


1.5 


316 


233 


127 


70 


Co.6 


1.5 


209 


227 


116 


73 



Table 10 



30 





Evaluation results 




Gel and hard spots 


Coloring 


Ex.10 . 


A 


A 


Co.6 


C 


C 



35 

[0168] According to Examples 5 to 1 0, it is possible to provide EVOH resin composition pellets having an excellent 
color resistance and reducing the occurrence of gel and hard spots formation and the amount of pellets attached to the 
die with the thermal deterioration or melt attachment of resin significantly suppressed. Furthermore, the present inven- 
tion provides a process allowing at least one additive selected from carboxylic acid, a boron compound, a phosphoric 

40 acid compound, alkali metal salt, and alkali earth metal salt to be contained homogeneously in EVOH even in the case 
where it is difficult to precipitate astrand stably and to allow the additives to be contained in EVOH, because EVOH hav- 
ing less ethylene content and/or saponification degree was used, or EVOH was precipitated in the form of a strand at 
high speed in order to improve the productivity. Furthermore, in the process of allowing acid substances and/or metal 
salts to be contained in EVOH, it is possible to extremely reduce the discharging amount, thus providing a production 

45 process that is not require waste water treating equipment, equipment for adding acid materials and/or metal salts 
again, and equipment for removing impurities in the treating solution. 

[0169] As mentioned above, the process for producing EVOH resin of Examples 5 to 10 of the present invention 
feeds the resin into the extruder, supplies the washing water from at least one place of the extruder, washes the resin, 
and discharges the washing water out of at least one place located downstream from the washing water supply portion, 
so thereby removing the residue of saponification catalyst from water-containing and molten or semi-molten EVOH inside 
the extruder efficiently. Furthermore, it is possible to wash EVOH in a small space. Furthermore, since EVOH can be 
washed at a relatively low temperature, deterioration of the polymer can be prevented. 

Example 1 1 

55 

[01 70] EVOH having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water content 
of 52 weight% was added into a twin-screw extruder shown in FIG. 5, and extruded from a circular strand die having a 
diameter of 3 mm and 5 holes. The twin-screw extruder includes a raw material feeding portion and a dewatering por- 
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tion. The dewatering portion was provided with a wedge wire type dewatering slit. The temperature of the resin at the 
discharge portion was set to be 105°C. The EVOH right after being discharged from the strand die was cooled down in 
a water bath to be solidified. The solidified strand was cut into columnar pellets having a diameter of 3 mm and a length 
of 4 mm with a pelletizer. 

5 [0171] The feeding amount of EVOH per unit time was 1 0 kg/hr (which includes the weight of water contained), and 
the amount of water to be removed per unit time was 4.00 kg/hr. Table 1 1 shows the conditions of extrusion, and Table 
12 shows the evaluation results. Furthermore, the following are the specifications of the twin-screw extruder. 



Type 
w UD 

Diameter 
Screw 

Dewatering portion 
Rotation number 
15 Motor capacity 
Heater 



Twin-screw extruder 
45.5 

30 mm 0 

Complete meshing in the same direction 
Dewatering slit 
300 rpm 
DC22KW 
1 3-part split type 



Number of dies holes 5 hoes (hole diameter: 3 mm 0 ) 
Speed of taking out resin 5 m/min 



[0172] The water content of the resin composition pellets of EVOH after being discharged from the extruder was 20 
weight%. The melt attachment rate of the pellets was 0 %. 



Examples 12 and 13 



25 [0173] EVOH pellets were produced in the same manner as in Example 1 1 except that an ethylene content, the 
saponification degree, resin temperature, the water content before adding into the twin-screw extruder and the water 
content after being discharged from the extruder were changed as shown in Table 1 . Table 1 1 shows the conditions of 
extrusion, and Table 12 shows evaluation results. 



30 Example 14 

[0174] EVOH pellets were produced in the same manner as in Example 11 except that the dewatering portion 
employs an open vent instead of the dewatering slit. The resultant pellets were subjected to the melt attachment test. 
Table 1 1 shows the conditions of extrusion, and Table 12 shows evaluation results. 



Comparative Example 7 



[0175] EVOH pellets having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water 
content of 52 weight% was dried at 80°C for 3 hours by using a fluid type dryer to obtain the water content of 20 
40 weight%. The melt attachment rate of the resultant pellets was measured by the same manner as in Example 1 1 . Table 
12 shows the evaluation results. 



Comparativ e Examples 8 and 9 



45 [0176] EVOH pellets were produced in the same manner as in Comparative Example 7 except that an ethylene 
content of EVOH pellet, the saponification degree, and the water content were changed as shown in Table 1 1 . Table 12 
shows evaluation results. 
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Table 11 





content 
(mol%) 


Sap onifi- 

degree 
(%) 


Tempera 
resin (t) 


amount 
ofEVOH 
(kg/hr) 


Amount 
of water 
dis- 
charged 
(kg/hr) 


Water content 


Before 
feeding 
into 

extruder 
(wt%) 


After 
discharg 
ed from 
extruder 
(wt%) 


Ex.11 


32 


99.5 


105 


10 


4.00 


52 


20 


Ex.12 


55 


95.0 


105 


10 


3.33 


40 v 


10 


Ex.13 


10 


99.0 


150 


8 


1.12 


20 


7 


Ex.14 


32 


99.5 


105 


10 


4.00 


52 


20 


Co.7 


32 


99.5 








52 


20 


Co.8 


55 


95.0 








40 


10 


Co.9 


10 


99.0 








20 


7 



Table 12 





Evaluation results Rate 
of melt attachment (%) 


Example 1 1 


0 


Example 12 


0 


Example 1 3 


0 


Example 14 


0 


Comparative Example 7 


3 


Comparative Example 8 


13 


Comparative Example 9 


2 



Example IS 



[0177] EVOH having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water content 
of 52 weight% was fed into a twin-screw extruder shown in FIG. 6 at the rate of 1 0 kg/hr (which includes the weight of 
water contained). The twin-screw extruder includes a raw material feeding portion, a dewatering portion and a minor 
component adding portion. The dewatering portion was provided with a wedge wire type dewatering slit. A circular 

45 strand die having a diameter of 3 mm and 5 holes was installed at the tip of the extruder. An aqueous solution (shown 
in Table 14) of acetic acid/boric acid/sodium acetate/magnesium acetate/potassium dihydrogen phosphate was added 
from the minor component adding portion at the rate of 0.65 L/hr. At this time, water was discharged from the dewater- 
ing portion at the rate of 4.65 kg/hr. The temperature of resin in the strand die was 105°C. The EVOH resin composition 
right after being discharged from the strand die was cooled down in a water bath to be solidified. The solidified strand 

so was cut into columnar pellets having a diameter of 3 mm and the length of 4 mm with a pelletizer. The water content of 
the pellets was 20 weight %. Table 13 shows the conditions of extrusion, and Table 14 shows the adding amount per 
unit time and the composition of the adding solution. The following are the specifications of the twin-screw extruder. 



Type Twin-screw extruder 

55 17D 45.5 

Diameter 30 mm 0 

Screw Complete meshing in the same direction 

Rotation number 300 rpm 
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Motor capacity DC22KW 

Heater 13-part split type 

Number of dies hole 5 holes (hole diameter.3 mm 0 ) 

Speed of taking out resin 5 m/min 

5 

[01 78] The melt attachment rate of the obtained pellets was 0%. The pellets were dried at 1 1 0 °C for 1 2 hours with 
a hot-air dryer to reduce the water content to 0.3 weight%. Ml of the resin composition pellet of EVOH after dried was 
1 .5 g/1 Omin. Table 1 5 shows a composition of the dry pellets. Furthermore, when the dry pellets were formed into a film 
by using a single screw extruder and the film was evaluated, gel and hard spots and coloring were evaluated as "A". 
io Table 1 6 shows the evaluation results. 



Examples 16 and 17 

[0179] EVOH pellets of the resin composition were produced in the same manner as in Example 15 except that an 
».' ethylene content of EVOH, the saponification degree, die temperature, the feeding amount of EVOH per unit time, the 
water content before adding into the twin-screw extruder and the water content right after being discharged from the 
extruder were changed as shown in Table 13 and the amount placed per unit time and composition of the additives 
made of an aqueous solution acetic acid/boric acid/sodium acetate or calcium acetate/sodium dihydrogen phosphate 
or potassium dihydrogen phosphate were changed as shown in Table 14. The thus obtained pellets were evaluated. 
Table 1 3 shows the conditions of extrusion, Table 14 shows the composition of additive solution. Table 15 shows a com- 
position of pellets of EVOH resin composition and Table 1 6 shows evaluation results. 



Ex ample 18 

?s [0180] EVOH pellets were produced in the same manner as in Example 15 except that the dewatering portion 
employs a barrel having a vacuum vent-port instead of the barrel having the dewatering slit. The melt attachment and 
film formation were evaluated. Table 1 3 shows the conditions of extrusion, Table 14 shows the composition of the addi- 
tive solution, Table 15 shows the composition of pellets of resin composition of EVOH, and Table 16 shows the evalua- 
tion results. 

30 

Comparative Example 1 0 

[0181] EVOH pellets having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water 
content of 52 weight% were immersed in a 10L aqueous solution having a composition shown in Table 14 for 6 hours, 

35 followed by centrifuging thereof. The resultant pellets of resin composition of EVOH were dried at 80°C for 3 hours with 
a fluid type dryer to obtain the water content of 20 weight%. The melt attachment rate of the dry pellets was measured 
by the same manner as in Example 1 5. Thereafter, the dry pellets were dried at 1 1 0°C for 1 2 hours with a hot-air dryer 
to reduce the water content to 0.3 weight%. The evaluation of the film formation of the dry pellets was made. Table 15 
shows the composition of the resin composition pellet of EVOH and Ml of the pellets, and Table 16 shows the evaluation 

40 results. 



Comparative Examples 1 1 and 12 



[0182] EVOH pellets of the resin composition were produced in the same manner as in Comparative Example 1 0 
45 except that an ethylene content of EVOH, the saponification degree, and the water content were changed as shown in 
Table 1 3, and the composition of the treating solution, for which the EVOH was immersed, made of an aqueous solution 
acetic acid/boric acid/sodium acetate or calcium acetate/sodium dihydrogen phosphate or potassium dihydrogen phos- 
phate was changed as shown in Table 1 4. The resultant pellets were evaluated. Table 1 5 shows a composition of pellets 
of EVOH resin composition and Table 16 shows evaluation results. 

50 



55 
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Table 13 













Water content 




Ethylene con- 
tent (mol%) 


Saponification 
degree (%) 


Feeding amount 
of EVOH (kg/hr) 


Amount of water 
discharged 
(kg/hr) 


Before feeding 
into extruder 
(wr%) 


Afterdischarged 
from Extruder 
(wt%) 


Ex.15 


32 


99.5 


10 


4.65 


52 


20 


Ex.16 


55 


95.0 


10 


3.44 


40 


15 


Ex.17 


10 


99.0 


8 


1.13 


20 


12 


Ex.18 


32 


99.5 


10 


4.65 


52 


20 


Co. 10 


32 


99.5 






52 


20 


Co. 11 


55 


95.0 






40 


15 


Co. 12 


10 


99.0 






20 


12 



Table 14 





Amount of add- 
ing liquid 


Composition of additives (g/L) 




Lmr 


Acetic acid 


Boric acid 


NaOAc 


Ca(OAc) 2 • H 2 0 


NaH 2 P0 4 
•2H 2 0 


NH 2 P0 4 


Ex.15 


0.65 


3.0 


11 


3.0 




0.85 




Ex.16 


0.40 


0.5 


13 




1.1 


0.53 




Ex.17 


0.35 


4.0 


21 


2.9 






1.1 


Ex.18 


0.65 


3.0 


11 


3.0 




0.85 




Co. 10 


10* 


0.51 


0.75 


0.50 




0.16 




Co. 11 


15* 


0.07 


0.56 




0.18 


0.09 




Co. 12 


20* 


1.1 


0.65 


0.77 






0.31 


(remark)*: amount of liquid for immersing treatment 



Table 15 







Composition of additives in dry pellet (ppm) 




Ml (g/IOmin) 


Acetic acid 


Boric acid 


Na + 


Ca 2+ 


P0 4 3 " 


Ex.15 


1.5 


316 


233 


127 




70 


Ex.16 


1.8 


30 


176- 


7 


21 


27 


Ex.17 


1.5 


199 


206 


51 




48 


Ex.18 


1.5 


301 


230 


119 




73 


Co. 10 


1.5 


209 


227 


116 




73 


Co.11 


1.8 


32 


170 


8 


24 


29 
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Table 1 5 (continued) 







Composition of additives in dry pellet (ppm) 




Ml (g/10min) 


Acetic acid 


Boric acid 


Na + 


Ca 2+ 


PO4 3 - 


Co. 12 


1.5 


188 


211 


52 




50 



Table 16 





Evaluation results 




Gel and hard spots 


Coloring 


Rate of melt attachment 
(%) 


Example 15 


A 


A 


0 


Example 1 6 


A 


A 


0 


Example 1 7 


B 


B 


0 


Example 18 


A 


A 


0 


Comparative Example 1 0 


C 


C 


4 


Comparative Example 1 1 


C 


B 


13 


Comparative Example 12 




D 


8 



[0183] According to Examples 5 to 1 0, it is possible to provide EVOH resin composition pellets having an excellent 
color resistance and reducing the occurrence of gel and hard spots and the amount of pellets attached to the die with 
the thermal deterioration or melt attachment of resin radically suppressed. Furthermore, the present invention provide 

30 a process of allowing at least one additive selected from carboxylic acid, a boron compound, a phosphoric acid com- 
pound, alkali metal salt, and alkali earth metal salt to be contained homogeneously in EVOH even in the case where it 
is difficult to precipitate strand stably and to allow the additives to be contained in EVOH, because EVOH having less 
ethylene content and/or saponification degree was used, or EVOH was precipitated in the form of a strand at high speed 
in order to improve the productivity. Furthermore, in the producing process of allowing acid substances and/or metal 

35 salts to be contained in EVOH, it is possible to extremely reduce the discharge amount, thus providing a producing 
method that does not require waste water treatment equipment, equipment for adding acid materials and/or metal salts 
again, and equipment for removing impurities in the treating solution. 

[0184] As mentioned above, according to Examples 1 1 to 1 8 of the present invention, water can be removed effec- 
tively by discharging liquid water and/or vapor water from the water containing EVOH resin in at least one place inside 
40 the extruder. Furthermore, after the water content of EVOH resin was adjusted, the additives can be added inside the 
extruder effectively. 

[0185] In addition, as compared with the conventional drying method with a hot-air dryer, the deterioration due to 
heat or coloring at the time of drying is small and melt attachment between pellets or between the pellet and the inner 
wall of the device can be avoided. Furthermore, when it is difficult to allow the strand to precipitate, for example, when 
45 EVOH having a low ethylene contents and/or saponification degree is used, or when the high speed strand precipitation 
was performed in order to improve the productivity, the present invention can provide a process capable of uniform dry- 
ing. Thereby, it is possible to produce the products of high quality in a case of using EVOH having a low ethylene content 
and/or the saponification degree, and to improve the productivity. 



so Example 19 

[0186] EVOH having an ethylene content of 32 mol%, the saponification degree of 90.5 mol% and the water content 
of 40 weight% was supplied into a twin-screw extruder having one dewatering slit shown in FIG. 7, at the rate of 42 
kg/hr, and the water from EVOH was removed in the form of liquid water or vapor water to reduce the water content to 
55 23 weight%. Thereafter, EVOH was extruded from the dies having six holes, each having a diameter of 3 mm, installed 
at the tip of the extruder. The molten product was cut with a hot cutter (FIGs. 8 and 9) having four blades at the portion 
separated a distance of 0.05 mm from the dies. The resin temperature at this time was 1 10"C. The flow rate of circulat- 
ing water of the cutter was 30 liter/min. 
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[0187] The discharge linear velocity from the dies at this time was 21 m/min, the rotation number of the blade was 
1200 rpm, and the peripheral speed was 7.5 m/sec. 

[0188] The shape of the pellets obtained in this process was a sphere pressed and uniaxially crushed (disk shape 
or fiat sphere shape). The diameter thereof seen from the front was 3.3 mm, and the thickness seen from the cross- 
5 section was 2.6 mm. The pellet was evaluated by the following methods. Table 1 7 shows the results. 



(Specifications of extruder used for evaluation) 
[0189] 

10 

Type Twin-screw extruder 

UD 42 

Diameter 47mm0 

Screw Complete meshing in the same direction 

is Rotation number 450 rpm 

Cylinder temperature 95°C 

Dies temperature 120°C 

Number of dies holes 6 holes 

20 (Evaluation of pellet size) 

[0190] The diameters and length of 1 00 pellets were measured with a caliper. The percentage of the pellets falling 
in the range of the diameter of 3.3±0.2 mm and the thickness of 2.610.2 mm was determined. The evaluation was based 
on the following. 



O"- 90% or more 

a: 70% or more and less than 90% 

X: less than 70% 



30 Example 2Q 



[0191] The pellets produced using EVOH having an ethylene content of 20 mol%, the saponification degree of 99.5 
mol% and the water content of 40 weight% by the same method as in Example 1 9 were evaluated in terms of the accu- 
racy of cutting pellets. Table 1 7 shows results. 

35 

Example 21 



[0192] The pellets produced using EVOH having an ethylene content of 20 mol%, the saponification degree of 90.0 
mol% and the water content of 40 weight% by the same method as in Example 1 9 were evaluated in terms of the accu- 
40 racy of cutting pellets. Table 1 7 shows results. 



Comparative Example 13 



[0193] Columnar pellets were obtained in the same manner as in Example 1 9 except that the resin was extruded 
45 into a cooling bath in the form of strand from a strand die and strands were cut with a strand cutter instead of hot-cutting 
the molten state resin extruded from the extruder. The strand die is provided with five holes, each having an outer diam- 
eter of 3.3 mm, arranged horizontally. The resultant pellets were evaluated in terms of the cutting accuracy. Table 17 
shows the results. 

[0194] The diameters and length of 1 00 pellets, obtained by cutting with a strand cutter, were measured with a cal- 
50 iper. The number of the pellets falling within the range of a diameter of 3.3 mm+0.2 mm, and a thickness of 3.5 mm±0.2 
mm was determined. The cutting accuracy was determined in accordance with the percentage satisfying the above- 
mentioned range as follows. 



O: 90% or more 
55 a: 70% or more and less than 90% 
X: less than 70% 
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Comparative Example 14 

[0195] Columnar pellets were produced in the same manner as in Example 20 except that the cutting method as in 
Comparative Example 13 was employed. The resultant pellets were evaluated in terms of the cutting accuracy. Table 
5 1 7 shows the results. 

Comparative Example 15 

[0196] Columnar pellets were produced in the same manner as in Example 21 except that the cutting method as in 
10 Comparative Example 13 was employed. The resultant pellets were evaluated in terms of the cutting accuracy. Table 
17 shows the results. 



Table 17 







Water content (wt%) 






Cutting accuracy 


Raw material 


After cutting 


remark 


Ex.19 


o 


40 


23 


No problems 


Ex.20 


o 


40 


28 


No problems 


Ex.21 


o 


40 


22 


No problems 


Co. 13 


A 


40 


22 


Strands sometimes cut off 


Co. 14 


X 


40 


28 


Strands frequently cut off 


Co. 15 


X 


40 


21 


Strands frequently cut off 



[0197] As is apparent from Table 17, since in Examples 19 to 21 , EVOH resin was cut by the hot cutting method, 
the cutting accuracy was good and the cutting property does not suffer from any problems. On the other hand, in Com- 
30 parative Examples 13 to 15, after polymer was extruded in the form of a strand in the cooling bath, the resin was cut 
with a strand cutter. There were problems in terms of the cutting accuracy and cutting property. 
[0198] As mentioned above, in Examples 19 to 21 of the present invention, a water-containing and molten state 
EVOH resin is extruded from the discharge portion, and cut in the motten state. Thus, a large amount of polymer can 
be cut effectively in a short time. 

35 

Example 22 

[0199] 45% methanol solution of ethylene-vinyl acetate copolymer having an ethylene content of 32 weight% was 
placed in a saponification reactor, a sodium hydroxide/methanol solution (80g/L) was added thereto so as to be 0.4 

40 chemical equivalent with respect to a vinyl acetate component in the copolymer, and methanol was added thereto so 
as to adjust the concentration of the copolymer to 20%. The temperature was raised to 80°C and reaction was per- 
formed for about 4 hours while blowing nitrogen gas into the reactor. After 4 hours, the reacted product was neutralized 
with acetic acid to stop the reaction. Furthermore, water corresponding to 55 weight % of whole amount of methanol 
was added so as to obtain a solution of methanol of EVOH, having an ethylene content of 32 weight %, saponification 

45 degree of 99.5%, and water. The EVOH solution was precipitated in the form of a strand by extruding the solution into 
water from a metal mold having a circular opening. The precipitated product was cut into pellets having a diameter of 
about 3 mm and a length of about 5 mm. The resultant pellets were subjected to repeated treatment in which a large 
amount of water was added and then dewatered therefrom. 10 kg of dewatered pellets was centrifuged to remove the 
surface water. The percentage of the surface water of the thus obtained pellets was 0 weight %. 

so [0200] EVOH having an ethylene content of 32 mol%, the saponification degree of 99.5 mol% and the water content 
of 33 weight % was fed into a twin-screw extruder shown in FIG . 1 0. The resin temperature at the discharge portion was 
100°C. A treating solution made of an aqueous solution of acetic acid/boric acid/sodium acetate/magnesium ace- 
tate/potassium dihydrogen phosphate was added from the minor component adding portion (408) as shown in FIG. 1 0. 
The feeding amount of EVOH per unit time was 10 kg/hr (which includes water contained). The added amount of treat- 

55 ment liquid was 0.67 L/hr. The treating solution had a composition including 4.3 g/L of acetic acid, 15 g/L of boric acid, 
4.6 g/L of sodium acetate, 3.0 g/L of magnesium acetate, and 1 .4 g/L of potassium dihydrogen phosphate. The following 
are the specifications of the twin-screw extruder. In the raw material feeding continuous test, no extruding defect was 
observed in 8 hours continuous operation. 
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(Raw material feeding continuous test) 



Volumetric single screw feeder 



5 [0201] 



Treating Amount: 10 kg/hr (capability: 4 to 20 kg/hr) 
hopper. 30L 
drive: 0.4 KW 



(Extruder) 



[0202] 



20 Motor capacity 
Heater 

Number of dies holes 
Temperature of resin in dies 
Speed of taking out resin 



is Type 
L/D 

Diameter 
Screw 

Rotation number 



Twin-screw extruder 
45.5 

30 mm 0 

Complete meshing in the same direction 

300 rpm 

DC22KW 

13-part split type 

5 holes (hole diameter: 3 mm 0) 

105°C 

5m/min 
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[0203] The water content of pellets of EVOH resin composition after being discharged from the extruder was 20 
weight %. After the obtained pellets were dried at 1 00°C for 15 hours with a fluid type dryer and then dried at 1 00°C for 
1 5 hours by using a ventilation dryer, the water content was 0.3 weight %. Furthermore, Ml was 1 .5 g/1 Omin. 
[0204] A single layer film of EVOH was formed of the resultant dry pellets and examined for gel and hard spots and 



[0205] In the examination of gel and hard spots and a color resistance was evaluated as *A". 
[0206] Furthermore, the resin pellets are not bridged inside the hopper of the feeder. The raw material resins could 
be fed stably into the extruder. Furthermore, since the amount of surface water of the pellet is small, the water vapor 
was not generated at the lower portion of the hopper, raw materials are not melted, and raw material pellets can be fed 
35 stably into the extruder. Therefore, the added amount of acid and/or metal slat is stable, and the thermal property was 
not deteriorated. Table 1 8 shows the conditions of extrusion, Table 1 9 shows the composition of treated liquid, and Table 
20 shows evaluation results. 



[0207] EVOH pellets were produced in the same manner as in Example 1 except that an ethylene content, the 
saponification degree, resin temperature, the water content before adding into the twin-screw extruder and the water 
content after being discharged from the extruder were changed as shown in Table 1 8, and the amount of EVOH to be 
placed per unit time and the amount of a solution of at least one selected from the group consisting of carboxylic acid, 
45 a boron compound, a phosphoric acid compound, alkali metal salt, and alkali earth metal salt are changed as shown in 
Table 1 9. Table 1 8 shows the conditions of extrusion, Table 1 9 shows the composition of treating solution, and Table 20 
shows evaluation results. 

[0208] Furthermore, the resin pellets were not bridged inside the hopper of the feeder. The raw material resins 
could be fed stably into the extruder. Furthermore, since the amount of surface water of the pellet is small, the water 
so vapor was not generated at the lower portion of the hopper, raw materials were not melted, and raw material pellets 
could be fed stably into the extruder. Therefore, the added amount of acid • metal slat is stable, and the thermal property 
was not deteriorated. 



[0209] 45% methanol solution of ethylene-vinyl acetate copolymer having an ethylene content of 32 weight % was 
placed in a saponification reactor, a sodium hydroxide/rnethanol solution (80g/L) was added thereto so as to be 0.4 
equivalent with respect to a vinyl acetate component of the copolymer, and methanol was added thereto so as to adjust 



30 coloring. 



Example 23 



40 



Comparative Example 16 



55 
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the concentration of the copolymer to 20%. The temperature was raised to 60°C and reaction was performed for about 
4 hours while blowing nitrogen gas into the reactor. Alter 4 hours, the reacted product was neutralized with acetic acid 
to stop the reaction. Furthermore, water was supplied thereto, and a solution of methanol, water and EVOH having an 
ethylene content of 32 weight % and saponification degree of 99.5% was obtained. The EVOH solution was precipitated 

5 in the form of a strand by extruding the solution into water from a metal mold having circular holes. The precipitated 
product was cut into pellets having a diameter of about 3 mm and the length of about 5 mm. The obtained pellets were 
dewatered with a centrifugal separator. Furthermore, an operation in which a large amount water is supplied to the pel- 
lets and again dewatered with a centrifugal separator was repeated. The water percentage of the surface water of the 
resultant pellets was 30 weight % and the water content was 65 weight %. 

10 [021 0] When the resultant pellets were subjected to the raw material feeding continuous test, 0.5 hours later, they 
were bridged at the lower part of the hopper, and the operation was stopped. Furthermore, when the obtained pellets 
were formed into films, the appearance was extremely poor, that is, gel and hard spots were much observed, and color- 
ing occurred. Table 18 shows the conditions of extrusion, Table 19 shows the treatment solution and Table 20 shows 
the evaluation results. 



Table 18 
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Ethylene 

content 

(mol%) 


Saponi- 
fication 
degree 

.(%) 


Feeding 
amount 
of EVOH 
*1 

(kg/nr) 


Adding 
amount 
of 

treating 
solution 
(Lfar) 


Tempera 
-cure of 
resin in 
extruder 

co 


Water 
content 
of resin 
surface 
(%) 


Water content (%) 


Before 
feeding 
into 

extruder 
(wt%) 


Right 

after 

diseharg 

ed from 

extruder 

(wt%) 


Ex. 
22 


32 


99.5 


10.0 


0.67 


100 


0 


33 


20 


Ex. 
23 


32 


99.5 


11.4 


0.67 


120 


8 


41 


20 


Co. 
16 


32 


98.5 


19.1 


0.67 


120 


30 


65 


20 



*1: weight of EVOH in a water-containing state 



Table 19 





Acetic 
acid (g/L) 


Boric acid 
(9/L) 


Phosphoric acid com- 
pound (g/L) 


Alkali metal salt (g/L) 


Alkali earth metal salt 

(g/L) 


Ex.22 


4.3 


15 


KH 2 P0 4 


1.4 


NaOAc 


4.6 


Mg(OAc) 2 


3.0 


Ex.23 


7.2 




KH 2 P0 4 


1.6 


NaOAc 


17.8 


Ca(OAc) 2 


4.0 


Co. 16 


7.2 




KH 2 P0 4 


1.6 


NaOAc 


17.8 


Ca(OAc) 2 


4.0 
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Raw material feeding 
continuous test 


Quality of formed film 




Continuous operation 
time (hr) 


Gel and hard spots 


Coloring 


Ex.22 


>8 


A 


A 


Ex.23 


>8 


A 


B 


Co.16 


0.5 


C 


C 
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[021 1J As mentioned above, according to Examples 22 and 23, the following advantages are attained. 

(1) It is possible to prevent the raw materials from being bridged in the hopper inside the extruder and to feed the 
raw materials into the extruder. 

(2) Since the amount of surface water of the pellet is small, no water vapor is generated at the lower part of the hop- 
per, and thus the raw material is not melt-attached. 

(3) Since the raw material pellets are fed into the extruder, the added amount of acid and/or metal salt is stable. 
Thereby, the thermal stability is not deteriorated. 

[0212] As mentioned above, Examples 22 to 23 of the present invention illustrate a method of melt kneading the 
water-containing EVOH resin. By feeding the pellets into the extruder with the water content of the entire pellets of the 
resin set to be 0.5 to 70 weight % and the surface water content set to be less than 1 0 weight %, the pellets can be fed 
into the extruder effectively. 

Claims 

1. A process for producing an ethylene-vinyl alcohol copolymer resin, comprising 

feeding an ethylene-vinyl alcohol copolymer into an extruder, 

keeping the temperature of the melting resin in the extruder at 70 to 170°C, 

adjusting an amount of water by supplying or removing water in the extruder, and 

discharging the copolymer having a water content right after being discharged of 5 to 40 weight %. 

2. The process according to claim 1 , wherein at least one additive selected from the group consisting of a carboxylic 
acid, a boron compound, a phosphoric acid compound, an alkali metal salt, and an alkali earth metal salt is added 
in the extruder. 

3. The process according to claim 2, wherein the carboxylic acid is at least one selected from the group consisting of 
acetic acid and lactic acid. 

4. The process according to claim 2, wherein the additive is added in the form of an aqueous solution. 

5. The process according to any of claims 1 to 4, wherein the water supplied to the extruder is a washing water for 
washing the ethylene-vinyl alcohol copolymer resin, the resin is washed by the washing water, the washing water 
is discharged in a liquid state from at least one place downstream from a washing water supply portion, and residue 
of saponification catalyst contained at the time of production of the resin is removed. 

6. The process according to any of claims 1 to 5, wherein the residue of saponification catalyst contained in the eth- 
ylene-vinyl alcohol copolymer fed into the extruder is an alkali metal ion and the content of the ion is 0.1 to 5 weight 
% based on metal. 

7. The process according to any of claims 1 to 6, wherein the content of alkali metal ion contained in the washed eth- 
ylene-vinyl alcohol copolymer is 0.05 weight % or less based on metal. 

8. The process according to any of claims 1 to 7, wherein the washing water is an aqueous solution of acid having a 
pKa of 3.5 or more at 25°C. 

9. The process according to any of claims 1 to 8, wherein a method for removing water removes water in the form of 
liquid water or vapor water from a water-containing ethylene-vinyl alcohol copolymer resin, and the water is 
removed from at least one place of the extruder in at least one state selected from the group consisting of liquid 
water and vapor water. 

10. The process according to any of claims 1 to 9, wherein the method for removing water uses at least one selected 
from the group consisting of a dewatering slit and a dewatering hole. 

1 1 . The process according to any of claims 1 to 1 0, comprising feeding a pellet of the resin into the extruder while keep- 
ing the entire water content of the pellet at the time of feeding the ethylene-vinyl alcohol copolymer into the extruder 
at 0.5 to 70 weight %, and the rate of a surface water of the pellet of the resin at less than 10 weight %. 
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12. The process according to claim 1 1, wherein the method for feeding the pellet is a volumetric feeding method in 
which the pellet is fed into the extruder by using a volumetric feeder. 

13. The process according to any of claims 1 to 12, wherein the temperature of the melting resin inside the extruder is 
in the range of 90 to 1 40°C. 

14. The process according to any of claims 1 to 13, wherein the water content of the resin composition right after being 
discharged is in the range of 15 to 30 weight %. 

15. The process according to any of claims 1 to 14, wherein an ethylene content in the ethylene-vinyl alcohol copoly- 
mer Is In the range of 3 to 70 mol%, and the saponification degree is in the range of 80 to 100 mol%. 

1 6. The process for producing ethylene-vinyl alcohol copolymer resin pellets according to any one claims 1 to 1 5, com- 
prising cutting the discharged ethylene-vinyl alcohol copolymer resin after being discharged from the extruder and 
drying the cut product until the water content is 1 weight % or less. 

17. The process according to claim 1 6, wherein the resin is cut in a molten state. 

18. The process according to claim 16 or 17, wherein a method of cutting is at least one method selected from the 
group consisting of a hot-cut method and an under-watercut method. 

19. An ethylene-vinyl alcohol copolymer resin pellet, exhibiting no spherocrystals in a center of a cross section when 
observed by use of a polarization microscope with a magnification of 600. 

20. The ethylene-vinyl alcohol copolymer resin pellet according to claim 19, exhibiting an angle of repose of 23" or less 
when piled. 

21. The ethylene-vinyl alcohol copolymer resin pellet according to claim 19 or20, wherein at least one additive selected 
from the group consisting of a carboxylic acid, a boron compound, a phosphoric acid compound, an alkali metal 
salt, and an alkali earth metal salt is added to the pellets. 

22. The ethylene-vinyl alcohol copolymer resin pellet according to claim 21 , wherein the carboxylic acid is at least one 
selected from the group consisting of acetic acid and lactic acid. 

23. The ethylene-vinyl alcohol copolymer resin pellet according to claim 19 or 20, wherein the content of alkali metal 
ion contained in the pellets is 0.05 weight % or less based on metal. 

24. The ethylene-vinyl alcohol copolymer resin pellet according to claim 19 or 20, wherein an ethylene content In the 
ethylene-vinyl alcohol copolymer is in the range of 3 to 70 mol%, and the saponification degree is in the range of 
80 to 1 00 mol%. 



25. The ethylene-vinyl alcohol copolymer resin pellet according to claim 1 9 or 20, wherein the water content of the pel- 
lets is 1 weight % or less. 



EP 1 072 616 A2 




EP 1 072 616 A2 



30 



32 
34 



31 



FIG.2 



38 



EP 1 072 616 A2 



110 




FIG. 3 



39 



EP 1 072 616 A2 



121 — 



■': 120 

1 ?3 nu 125a 125b 125 



127 



/ / / TTt 

129a 128b 130 128c 129b 128d 



FIG. 4 



EP 1 072 616 A2 



211 — 



201 



210 



203 



202 



212— E 



204a 



205 



204b 



FIG. 5 



EP 1 072 616 A2 




42 



EP 1 072 616 A2 




FIG. 7 



EP1 072 616 A2 




FIG. 8 



44 



EP1 072 616 A2 



332 




FIG. 9 



EP 1 072 616 A2 



408 £09 




ixi ixi I 




FIG. 10 




FIG. 11 



(19) 



Europaisches Patentamt 
European Patent Office 



(12) 



Office europeend s brevets £p "| Q72 616 A3 

EUROPEAN PATENT APPLICATION 

(51) IntCI 7; 



) Date of publication A3: 
04.10.2001 Bulletin 2001/40 



(43) Date of publication A2: 

31 .01 .2001 Bulletin 2001/05 



(21) Application number: 00115855.9 

(22) Date of filing: 24.07.2000 



: C08F 6/02, C08F 6/00, 
C08F 6/28, C08L 29/04, 
B29B 9/06 



(84) Designated Contracting States: 


(72) Inventors: 




AT BE CH CY DE DK ES Fl FR GB GR IE IT LI LU 


• Kawahara, Takaharu 


MCNLPTSE 


Okayama 702-8601 (JP) 


Designated Extension States: 


• Kawai, Hiroshi 




AL LT LV MK RO SI 


Okayama 710-8622 (JP) 




• Tuboi, Toshio 




(30) Priority: 23.07.1999 JP 24027499 


Okayama 702-860 


1(JP) 


15.12.1999 JP 35594799 


• Ohara, Yukihiro 




15.12.1999 JP 35594899 


Okayama 702-860 


1(JP) 


15.12.1999 JP 35594999 


• Hikasa, Masao 




15.12.1999 JP 35595099 


Okayama 710-8622 (JP) 


15.12.1999 JP 35595199 








(74) Representative: VOSSIUS & PARTNER 


(71) Applicant: Kuraray Co., Ltd. 


Siebertstrasse 4 




Okayama 710-8622 (JP) 


81675 Munchen (DE) 



(54) Process for producing ethylene-vinyl alcohol copolymer resin, process for producing pellets 
and resin pellets 

(57) A process for producing an ethylene-vinyl alco- 
hol copolymer resin, including feeding EVOH into an ex- 
truder, keeping the temperature of the melting resin in 
the extruder at 70 to 1 70°C, adjusting the amount of wa- 
ter in the extruder so that the water content right after 
being discharged from the extruder is 5 to 40 weight %, 
and extruding out the EVOH resin. The extruded EVOH 
resin is cut into EVOH pellets. Thereby, it is possible to 
obtain resin pellets in which no spherocrystals are ob- 
served in the center of the cross section of the resin 
when the cross section is observed by the use of a po- 
larization microscope, or no lubricant is contained in the 
resin pellets, and the angle of repose is 23 0 or less when 
the resin pellets are laminated. Thus, it is possible to 
provide an ethylene-vinyl alcohol copolymer (EVOH) 
resin pellet having a reduced discharging load to the en- 
vironment and capable of being fed into an extruder 
smoothly without being blocked, extruding stability, and 
thermal stability (long-run property). 




-J L__JL_ 



3 4 5 6 

FIG.1 



Printed by Jouve, 76001 PARIS (FR) 



EP 1 072 616 A3 



EUROPEAN SEARCH REPORT 



Application Numbei 

EP 00 11 5855 



DOCUMENTS CONSIDERED TO BE RELEVANT 



EP 0 408 503 A (WARMER LAMBERT CO) 
16 January 1991 (1991-01-16) 

* abstract * 

* page 3, line 20 - line 32 + 

* page 6, line 29 - line 32 * 

* examples 1,13 * 

* claims 1,5,9,18,23,26-28 * 

EP 0 892 817 A (REXENE CORP) 
27 January 1999 (1999-01-27) 

6 US 5 948 447 A (MCHANEY STEPHEN ET AL) 

7 September 1999 (1999-09-07) 

* abstract * 

* column 1, line 12 - line 16 * 
*, sentence 25 - sentence 29 * 

* column 14, line 16 - line 31 * 

* column 14, line 47 - line 57 * 

* column 16, line 35 - line 48 * 

* claim 1 * 

WO 99 12714 A (NIPPON SYNTHETIC CHEM IN0 
;IZUMI KOJI (JP); KUNIEDA MAKOTO (JP); N) 
18 March 1999 (1999-03-18) 
& EP 0 937 557 A (NIPPON SYNTHETIC CHEM 
IND) 25 August 1999 (1999-08-25) 

* abstract * 

* page 3, line 6 - line 17 * 

* page 5, line 40 - line 51 * 

* page 7, line 12 - line 15 * 

* page 8, line 4 - line 13 * 

* examples 1,14 * 

US 5 322 866 A (MAYER JEAN M ET AL) 
21 June 1994 (1994-06-21) 

* abstract * 

* column 3, line 38 - line 47 * 

* example 1 * 



1,13,15 



1-5,7,9, 
13-18 



C08F6/02 
C08F6/00 
C08F6/28 
C08L29/04 
B29B9/06 



1-5,7,9 
13-18 



C08F 
C08L 
C08J 
B29B 
C08K 
B32B 



The present search report has been drawn up tor ail claims 



2 July 2001 



CATEGORY OF CITED DOCUMENTS 



2 



EP 1 072 616 A3 

Application Numtw 

JAY European Patent 

W) Office EP 00 11 5855 




CLAIMS INCURRING FEES 




present European patent application comprised at the time of filing more than ten dams 

r—i nnh, r«rt of the claims have been paid within the prescribed time limit The present European search 
□ repoflhi "bS. dSwn SpTor^ Z ten claims and lor those claims for which cla.ms tees have 
been paid, namely datm(s): 

n No daims tees have been paid within the prescribed time limit. The present European search report has 
LJ been drawn up lor the first ten claims. 




LACK OF UNITY OF INVENTION 


\ 

i 


see sheet B 

IT! All further search fees have been paid within the fixed time Omit. The present European search report has 
L_J been drawn up tor all claims. 

l-l As an searchable claims could be searched without effort justifying an additional tee. the Search Division 
L_J dW not invite payment of any additional fee. 

KcXln respect of which search lees neve teen paid, namely claims: 
first mentioned In the claims, namely claims: 



EP 1 072 616 A3 




European Patent 
Office 



LACK OF UNITY OF INVENTION 
SHEET B 



EP 00 11 58B5 



Application Number 



The Search Division considers that the present European patent application does not comply with the 
requirements ot unity ol invention and relates to several Hivenlions or groups of inventions, namely: 

1. Claims: 1-18 

Process for producing an ethylene vinyl alcohol copolymer 
resin. 



2. Claims: 19-25 

Ethylene vinyl alcohol copolymer resin pellets without 
spherocrystals in the center of the pellets. 



4 



EP 1 072 616 A3 



ANNEX TO THE EUROPEAN SEARCH REPORT 

ON EUROPEAN PATENT APPLICATION NO. EP 00 11 5855 



This annex hsis the patent family members relating Is the patent documents cited in the above-mentioned European search report 
The members are as contained in the European Patent Otttee E DP file on 

The European Patent Office is in no way liable lor these particulars which are merely given lor the purpose ot information. 

02-07-2001 



Patent document 




Publication 




Patent family 




Publication 


cited in search repor 


t 






member{s.i 






EP 0408503 


A 


16-01-1991 


AT 


106431 


T 


15-06-1994 






AU 


633936 


B 


11-02-1993 






AU 


5868690 


A 


17-01-1991 






BR 


9003312 


A 


27-08-1991 






CA 


2020405 


A 


12-01-1991 






CN 


1049020 


A 


06-02-1991 






DE 


69009323 


D 


07-07-1994 






DE 


69009323 


T 


06-10-1994 






DK 


408503 


T 


03-10-1994 






ES 


2058869 


T 


01-11-1994 






Fl 


102479 


B 


15-12-1998 






IE 


902430 


A 


19-06-1991 






IL 


94966 


A 


28-11-1994 






JP 


1936208 


C 


26-05-1995 






JP 


3217439 


A 


25-09-1991 






JP 


6068041 


B 


31-08-1994 






KR 


185201 


B 


15-05-1999 






NO 


902992 


A 


14-01-1991 






NZ 


234361 


A 


25-09-1991 






PL 


285925 


A 


11-03-1991 






PT 


94594 


A,B 


20-03-1991 






RU 


2056443 


C 


20-03-1996 






ZA 


9005243 


A 


26-06-1991 


EP 0892817 


A 


27-01-1999 


US 


5948447 


A 


07-09-1999 






AU 


711710 


B 


21-10-1999 






AU 


2812797 A 


29-10-1997 






JP 2000508364 


T 


04-07-2000 






CA 


2251546 A 


16-10-1997 






CN 


1225647 A 


11-08-1999 






WO 


9738025 A 


16-10-1997 






us 


6143842 A 


07-11-2000 


WO 9912714 


A 


18-03-1999 


JP 


11077673 A 


23-03-1999 






JP 


11077674 A 


23-03-1999 






JP 


11090927 


A 


06-04-1999 






JP 


11216725 


A 


10-08-1999 






JP 


11291244 


A 


26-10-1999 






JP 


11294947 A 


29-10-1999 






JP 


11320557 A 


24-11-1999 






AU 


8998998 


A 


29-03-1999 






EP - 


0937557 


A 


25-08-1999 






US 


6238606 


B 


29-05-2001 


US 5322866 


A 


21-06-1994 


NONE 











8 For more details about this annex : see Official Journal of the European Patent Office, No 12/B2 



5 



